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RESISTOR AND ITS MANUFACTURING METHOD 

FIELD OF THE INVENTION 

The present invention relates to the field of resistors used for detecting 
current in a current-carrying circuit as a voltage, and their manufacturing method. 

T 

BACKGROUND OF THE INVENTION 

The conventional resistor of this type is disclosed in Japanese Laid-open 
Patent Publication No. H6-20802. 

A conventional resistor is described below with reference to drawings. 

Fig. 29 (a) is a perspective, and Fig. 29 (b) is a sectional view of the 
conventional resistor. 

In Figs. 29 (a) and (b), a resistor element 1 is a rectangular parallelepiped 
resistance metal made of an alloy of nickel, chromium, aluminum, and copper, and it 
has an integrated structure with opposing ends 2 and 3. A conductive material such 
as solder is coated on both ends 2 and 3 of the resistor element 1, typically by plating, V 
to form terminals 4 and 5. A central portion 6 is the central area of the resistor 
element 1, excluding the terminals 4 and 5, and this central portion 6 is bent against 
the terminals 4 and 5 in order to create a gap between the resistor and a substrate 
when the resistor is mounted on the substrate. An insulating material 7 is provided 
on the central portion 6 of the resistor element 1. 




2 



U 

1? 10 



A method for manufacturing the conventional resistor configured as above is 
described below. 

Figs. 30 (a) to 30 (e) are process charts illustrating the manufacturing method 
of the conventional resistor. In Fig. 30 (a), the rectangular parallelepiped resistor 
element 1 having an integrated structure made of an alloy of nickel, chromium, 
aluminum, and copper with a predetermined resistance is formed. 

In Fig. 30 (b), a conductive material 8 is plated on the entire face of the 
resistor element 1 (not illustrated). 
U1 In Pig 30 (c), the conductive material 8 coated on the central portion 6 of the 

resistor element 1 is scraped off with a wire brush so as to expose the resistor element 
1 at the central portion 6, 

In Fig. 30 (d), the terminals 4 and 5 disposed at the sides of the resistor 
element 1 are bent downward against the central portion 6 of the resistor element 1. 

Lastly, in Fig. 30 (e), the central portion 6 of the resistor element 1 is covered 
15 with an insulating material 7 by molding to complete the conventional resistor. 

The above conventional resistor achieves the integrated structure of the 
resistor element 1 and terminals 4 and 5 by bending the resistance metal, and the 
resistor element 1 is made of an alloy of nickel, chromium, aluminum, and copper. 
The terminals 4 and 5 are configured by plating a conductive material such as solder 
20 on the surface of both ends 2 and 3. 

The electrical conductivity of the alloy of nickel, chromium, aluminum, and 
copper configuring the resistor element 1 has lower electrical conductivity than 
metals generally having good conductivity such as copper, silver, gold, and 
aluminum. Since the base material of the terminals 4 and 5 is made of the same 
25 alloy as that of the resistor element 1, the base material configuring the terminals 4 
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and 5 has a larger resistance in proportion to its smaller electrical conductivity 
compared to metals generally having good conductivity. Accordingly, both ends 2 
and 3 of the resistor element 1 are coated, such as by plating, with a conductive 
material such as solder in order to reduce resistance. 
5 In the case of resistors having large resistance in the conventional 

configuration, resistance at the terminals 4 and 5 is reduced by coating a conductive 
material such as solder on the surface of both ends 2 and 3 of the resistor element 1, 
and thus the difference in resistance between the resistor element 1 and terminals 4 
and 5 becomes extremely large. Consequently, the composite resistance of the 

10 resistor element 1 and terminals 4 and 5, which is the overall resistance of the resistor, 
may be represented by only the resistance of resistor element 1, allowing to ignore 
the resistance at the terminals 4 and 5. 

However, in the case of resistors with a resistance of 0.1 ohms or below, the 
resistance of the terminals 4 and 5 in the entire resistor cannot be ignored. For 

15 accurate measurement of the resistance of a resistor with a high resistance, the four- 
probe method is generally used. However, for measuring the resistance of a resistor 
with a resistance of 0.1 ohms or below, the resistance varies according to the position 
of the probe contacting the terminals 4 and 5, even the four-probe method is used, 
because the resistance of the terminals 4 and 5 affect the resistance of the entire 

20 resistor with increasing resistance of the terminals 4 and 5. In this case, fluctuation 
in resistance due to deviation in the measuring point on the terminals 4 and 5 
increases as the proportion of the resistance of the terminals 4 and 5 in the entire 
resistor increases. Accordingly, it is necessary to specify the measuring point for 
reproducing measurements with high accuracy in the conventional configuration. 

25 However, assuring the reproducibility of the same measuring point is extremely 
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difficult even when the measuring point is specified, thus decreasing the 
reproducibility of the resistance measurements. 
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SUMMARY OF THE INVENTION 

The present invention aims to address the above disadvantage of the prior art, 
and provides a resistor which assures highly accurate measurement of resistance even 
if the measuring point is not precisely placed. 

To solve the aforementioned disadvantage of the conventional resistor, the 
resistor of the present invention comprises a sheet metal resistor element and separate 
metal terminals electrically connected to both ends of the sheet resistor element. 
These terminals are made of metal having the same or greater electrical conductivity 
than that of the resistor element. 

With the above configuration, resistance of the terminals can be made 
smaller than that of the resistor element because the terminals are made of a material 
having the same or greater electrical conductivity than that of the resistor element. 
This enables to reduce the proportion of resistance of the terminals in the entire 
resistor, allowing to ignore its effect on fluctuation of resistance due to deviation in 
20 measuring points of a resistance measuring terminal. The present invention can thus 
assure reproducibility of highly accurate measurement of resistance, providing the 
resistor which assures highly accurate measurement of resistance even if the 
measuring point is not precisely placed. 
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BRIEF DESCRIPTION OF THE DRAWINGS 
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Fig. 1 (a) is a sectional view of a resistor in accordance with a first 
exemplary embodiment of the present invention. 

Fig. 1 (b) is a plan view of the resistor in accordance with the first exemplary 
embodiment of the present invention. 

Fig. (c) is a side view of a terminal, a key part, of the resistor in accordance 
with the first exemplary embodiment of the present invention seen from an open side. 

Figs. 2 (a) to 2 (d) are process charts illustrating a method for manufacturing 
the resistor in accordance with the first exemplary embodiment of the present 
invention. 

Fig. 3 is a sectional view of another example of the resistor in accordance 
with the first exemplary embodiment of the present invention. 

Fig. 4 (a) is a sectional view of a resistor in accordance with a second 
exemplary embodiment of the present invention. 

Fig. 4 (b) is a plan view of the resistor in accordance with the second 
exemplary embodiment of the present invention. 

Fig. 5 is a sectional view of a resistor in accordance with a third exemplary 
embodiment of the present invention. 

Fig. 6 is a side view of a terminal, a key part, of a resistor in accordance with 
a fourth exemplary embodiment of the present invention seen from an open side. 

Fig. 7 (a) is a sectional view of a resistor in accordance with a fifth 
exemplary embodiment of the present invention. 

Fig. 7 (b) is a plan view of the resistor in accordance with the fifth exemplary 
embodiment of the present invention. 
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Figs. 8 (a) to 8 (d) are process charts illustrating a method for manufacturing 
the resistor in accordance with the fifth exemplary embodiment of the present 
invention. 

Fig. 9 (a) is a sectional view of a resistor in accordance with a sixth 
exemplary embodiment of the present invention. 

Fig. 9 (b) is a plan view of the resistor in accordance with the sixth 
exemplary embodiment of the present invention. 

Fig. 10 (a) is a sectional view of a resistor in accordance with a seventh 
exemplary embodiment of the present invention. 

Fig. 10 (b) is a plan view of the resistor in accordance with the seventh 
exemplary embodiment of the present invention. 

Fig. 11 (a) is a sectional view of a resistor in accordance with an eighth 
exemplary embodiment of the present invention. 

Fig. 11 (b) is a plan view of the resistor in accordance with the eighth 
1 5 exemplary embodiment of the present invention. 

Fig. 11 (c) is a side view of a terminal, a key part, of the resistor in 
accordance with the eighth exemplary embodiment of the present invention seen 

from an open side. 

Fig. 12 is a side view of another example of a terminal of the resistor in 
20 accordance with the eighth exemplary embodiment of the present invention seen 

from an open side. 

Fig. 13 (a) is a sectional view of a resistor in accordance with a ninth 

exemplary embodiment of the present invention. 

Fig. 13 (b) is a plan view of the resistor in accordance with the ninth 
2 5 exemplary embodiment of the present invention. 



Fig. 14 (a) is a sectional view of a resistor in accordance with a tenth 
exemplary embodiment of the present invention. 

Fig. 14 (b) is a plan view of the resistor in accordance with the tenth 
exemplary embodiment of the present invention. 

Fig. 14 (c) is a sectional view of a terminal cut widthwise of the resistor in 
accordance with the tenth exemplary embodiment of the present invention. 

Fig. 15 (a) is a sectional view of a resistor in accordance with an eleventh 
exemplary embodiment of the present invention. 

Fig. 15 (b) is a plan view of the resistor in accordance with the eleventh 
exemplary embodiment of the present invention. 

Fig. 16 is a sectional view of a resistor in accordance with a twelfth 
exemplary embodiment of the present invention. 

Fig. 17 is a sectional view of a resistor in accordance with a thirteenth 
exemplary embodiment of the present invention. 

Fig. 18 is a sectional view of a resistor in accordance with a fourteenth 
exemplary embodiment of the present invention. 

Figs. 19 (a) to 19 (c) are process charts illustrating a method for 
manufacturing the resistor in accordance with the fourteenth exemplary embodiment 
of the present invention. 

Fig. 20 (a) is a sectional view of a resistor in accordance with a fifteenth 
exemplary embodiment of the present invention. 

Fig. 20 (b) is a plan view of a surface of the resistor in accordance with the 
fifteenth exemplary embodiment of the present invention. 

Fig. 20 (c) is a plan view of a rear face of the resistor in accordance with the 
fifteenth exemplary embodiment of the present invention. 
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Fig. 21 (a) is a sectional view of a resistor in accordance with a sixteenth 
exemplary embodiment of the present invention. 

Fig. 21 (b) is a plan view of the resistor m accordance with the sixteenth 
exemplary embodiment of the present invention. 

Fig. 22 is a sectional view of another example of the resistor in accordance 
with the sixteenth exemplary embodiment of the present invention. 

Fig. 23 is a sectional view of a resistor in accordance with a seventeenth 
exemplary embodiment of the present invention. 

Fig. 24 (a) is a sectional view of a resistor in accordance with an eighteenth 
exemplary embodiment of the present invention. 

Fig. 24 (b) is a plan view of the resistor in accordance with the eighteenth 
exemplary embodiment of the present invention. 

Figs. 25 (a) to 25 (e) are process charts illustrating a method for 
manufacturing the resistor in accordance with the eighteenth exemplary embodiment 
of the present invention. 

Fig. 26 (a) is a sectional view of a resistor in accordance with a nineteenth 
exemplary embodiment of the present invention. 

Fig. 26 (b) is a plan view of the resistor in accordance with the nineteenth 
exemplary embodiment of the present invention. 

Fig. 26 (c) is a sectional view taken along Line A-A in Fig. 26 (b). 
Figs. 27 (a) to 27 (e) are process charts illustrating a method for 
manufacturing the resistor in accordance with the nineteenth exemplary embodiment 
of the present invention. 

Fig. 28 (a) is a sectional view of a resistor in accordance with a twentieth 
exemplary embodiment of the present invention. 



. Fig. 28 (b) is a plan view of the resistor in accordance with the twentieth 
exemplary embodiment of the present invention. 

Fig. 28 (c) is a sectional view taken long Line B-B in Fig. 28 (b). 

Fig. 29 (a) is a perspective of a conventional resistor. 

Fig. 29 (b) is a sectional view of the conventional resistor. 

Figs. 30 (a) to 30 (e) are process charts illustrating a method for 
manufacturing the conventional resistor. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

First exemplary embodiment 
A resistor in a first exemplary embodiment is described below with reference 
to drawings. 

Fig. 1 (a) is a sectional view of the resistor in the first exemplary 
embodiment of the present invention. Fig, 1 (b) is a plan view of the resistor, and 
Fig. 1 (c) is a side view of a terminal, a key part of the resistor, seen from the open 
side. 

In Figs. 1 (a) to 1 (c), a resistor element 11 is made such as of a sheet of 
copper-nickel alloy, nickelrchromium alloy, or copper-manganese-nickel alloy. 
First and second terminals 12 and 13 have a concave groove 14 of a width k which is 
equivalent to a thickness T of the resistor element 11, and are provided and 
electrically comiected to both ends of the resistor element 11. The thickness t of 
these first and second terminals 12 and 13 is thicker than the thickness T of the 
resistor element 11; their width m is equivalent to or wider than the width W of the 
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resistor element 11; and their length w is shorter than the length L of the resistor 
element 11. The first and second terminals 12 and 13 are made of metals such as 
copper, silver, gold, aluminum, copper nickel, or copper zinc with the same or greater 
electrical conductivity than that of the resistor element 11. 

A manufacturing method of the resistor in the first exemplary embodiment of 
the present invention as configured above is described next with reference to 
drawings. 

Figs. 2 (a) to 2(d) are process charts illustrating the manufacturing method of 
the resistor in the first exemplary embodiment of the present invention. 

In Fig. 2 (a), a metal sheet or metal strip such as of copper, silver, gold, 
aluminum, copper nickel, and copper zinc having electrical conductivity equivalent to 
or greater than the resistor element 11 (not illustrated) is formed into the first and 
second terminals 12 and 13 having the concave groove 14, using a range of processes 
including cutting, casting, forging, pressing, and drawing. The first and second 
terminals are formed m a way to achieve the next dimensions: Width k of the 
concave groove 14 equivalent to the thickness T of the resistor element 11, thickness 
t thicker than the thickness T of the resistor element 11, width m equivalent to or 
wider than the width W of the resistor element 11, and the length w shorter than the 
length L of the resistor element 11. 

In Fig. 2 (b), a metal sheet or metal strip such as of copper-nickel alloy, 
nickel-chromium alloy, or copper-manganese-nickel alloy is formed into the resistor 
element 11 having a predetermined sheet shape and predetermined resistance, 
calculated from the volume resisitivity , section area, and length, through a range of 
processes including cutting, punching, and pressing. 
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In Fig. 2 (c), after fitting both ends of the resistor element 11 into the groove 
14 of the first and second terminals 12 and 13, the first and second terminals 12 and 
13 are heat pressed in the vertical direction (in the direction of holding the resistor 
element 11). 

In Fig. 2 (d), a protective film 16 made of a film such as of epoxy resin, 
polyimide resin, or poly-carbodiimide resin is cut into a predetermined shape by 
means of punching and pressing, and is placed on the top and bottom of the resistor 
element 11 (not illustrated). The protective film 16 is formed on the top, bottom, 
and side faces of the resistor element 11 by thermal compression bonding or 
ultrasonic welding to complete the resistor in the first exemplary embodiment of the 
present invention. 

The direction of inserting both ends of the resistor element 11 into the groove 
14 of the first and second terminals 12 and 13 may be from the open side of the first 
and second terminals 12 and 13 or from the side face of the first and second terminals 
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For adjusting the resistance of the resistor in the first exemplary embodiment 
of the present invention, a through groove may be created on the resistor element 11 
or a part of the surface and/or side face of the resistor element 11 may be cut by laser, 
punching, diamond wheel cutting, grinding, etching, or the like while measuring the 
resistance between predetermined points or calculating the required processing after 
measuring the resistance. The resistance may also be adjusted or corrected at the 
time of forming the resistor element 11. 

If a material with a lower electrical conductivity than the resistor element 11 
is used for the first and second terminals 12 and 13 in the resistor as manufactured 
above, deviations in the resistance due to variations in the position of measuring 
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point are magnified, making it inappropriate for practical use. Accordingly, the first 
and second terminals 12 and 13 are made of a material having electrical conductivity 
equivalent to or greater than that of the resistor element 11. 

Deviations in resistance due to the position of measuring point may also be 
reduced by making the thickness t of the first and second terminals 12 and 13 greater 
than the thickness T of the resistor element 11. In particular, the thickness t of the 
first and second terminals 12 and 13 may be required to be three times or more 
greater than the thickness T of the resistor element 11 to achieve allowable dispersion 
in resistance fully satisfying in-house specification. 

Fig. 3 shows another example of a resistor in the first exemplary embodiment 
of the present invention. 

In Fig. 3, a third conductive metal layer 15 is provided between the resistor 
element 11 and the first terminal 12 and between the resistor element 11 and the 
second terminal 13 to provide an electrical connection between the resistor element 

11 and the first terminal 12, and between the resistor element 11 and the second 
terminal 13. For bonding the resistor element 11 and the first and second terminals 

12 and 13 , a range of methods may be used: (1) welding; (2) brazing after inserting a 
third conductive metal such as copper, silver, gold, tin, and solder between the 
resistor element 11 and the first and second terminals 12 and 13; (3) plating the 
resistor element 11 and first and second terminals 12 and 13, and thermal 
compression bonding after fitting the resistor element 11 into the first and second 
terminals 12 and 13; and (4) applying conductive paste to the resistor element 11 and 
the first and second terminals, and then thermosetting after fitting the resistor element 
11 into the first and second terminals 12 and 13, 
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Second eT^emplary embodiment 

A resistor in a second exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 4 (a) is a sectional view, and Fig. 4 (b) is a plan view of the resistor in 
the second exemplary embodiment of the present invention. 

In Figs. 4 (a) and 4 (b), a resistor element 17, made typically of copper-nickel 
alloy, nickel-chromium alloy, or copper-manganese-nickel alloy, is cormgated in the 
thickness direction. First and second terminals 18 and 19 have a concave groove 20 
of the width k which is equivalent to the thickness T of the resistor element 17, and 
are provided and electrically connected to both ends of the resistor element 17. The 
thickness t of these first and second terminals 18 and 19 is thicker than the total 
thickness V of the resistor element 17; their width m is equivalent to or wider than 
the width W of the resistor element 17; and their length w is shorter than the length L 
of the resistor element 17. The first and second terminals 18 and 19 are made of 
metals such as copper, silver, gold, aluminum, copper nickel, or copper zinc with the 
same or greater electrical conductivity than that of the resistor element 17. 

A manufacturing method of the resistor in the second exemplary embodiment 
of the present invention as configured above is described next with reference to 
drawings. 

The manufacturing method of the resistor in the second exemplary 
embodiment is the same as that described for the resistor in the first exemplary 
embodiment using Fig. 2. A metal sheet or strip such as of copper-nickel alloy, 
nickel-chromium alloy, or copper-manganese-nickel alloy is formed into the resistor 
element 11 having a predetermined sheet shape and predetermined resistance, 
calculated from the volume resistivity, section area, and length, through a range of 
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processes including cutting, punching, and pressing. A detail which differs from the 
first exemplary embodiment is that, after forming the resistor element 11 as described 
above, a sheet of resistor element 11 is corrugated in the thickness direction in 
accordance with dimensions required for the resistor, so as to form the resistor 
5 element 17. 

The resistance of the resistor in the second exemplary embodiment may be 
increased by bending the resistor element 17 in such a way that the length L of the 
resistor element 17 is increased in the longer side direction. On the other hand, the 
resistance of this resistor may be reduced by rotating it 90S that is to bend it in a way 

10 so that its width W becomes longer. 

When the resistor element 17 is bent in the width W direction, some other 
changes in its shape may be required. More specifically, the first and second 
terminals 18 and 19 may require a broader width k for the groove 20 to match the 
total thickness V in the bending direction of the resistor element 17. Or, the edge of 

15 the resistor element 17 may not be bent in order to fit the resistor element 17 into the 
original width k of the groove 20. 

nrhird exem plary embodiment 
A resistor in a third exemplary embodiment of the present invention is 
20 described below with reference to a drawing. 

Fig. 5 is a sectional view of the resistor m the third exemplary embodiment 
of the present invention. 

In Fig. 5, a resistor element 21 is made typically of copper-nickel alloy, 
nickel-chromium alloy, or copper-manganese-nickel alloy. An insulating sheet 22, 
25 made such as of alumina, glass , glass fiber impregnated epoxy resin, or paper 
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impregnated phenolic resin, has the same dimensions as the top or bottom face of the 
resistor element 21, and is disposed at least on the top or bottom face of the resistor 
element 21. First and second terminals 22 and 23 have a concave groove 25 of the 
width k which is equivalent to the sum T of the thickness Ti of the resistor element 
5 21 and the thickness T2 of the insulating sheet 22 , and are provided and electrically 
connected to both ends of the resistor element 21. The thickness t of these first and 
second terminals 18 and 19 is thicker than the sum T of the thickness Ti of the 
resistor element 21 and the thickness T2 of the insulating sheet 22; their width m is 
equivalent to or wider than the width W of the resistor element 21; and their length w 

10 is shorter than the length L of the resistor element 21. The first and second 
terminals 23 and 24 are made of metals such as copper, silver, gold, aluminum, 
copper nickel, or copper zinc with the same or greater electrical conductivity than 
that of the resistor element 21. 

A manufacturing method of the resistor in the third exemplary embodiment 

15 of the present invention as configured above is described next with reference to 
drawings. 

The manufacturing method of the resistor in the third exemplary embodiment 
is substantially the same as that described for the resistor in the first exemplary 
embodiment using Fig. 2. A metal sheet or metal strip such as of copper-nickel 

20 alloy, nickel-chromium alloy, or copper-manganese-nickel alloy is formed into the 

resistor element 21 having a predetermined sheet shape and predetermined resistance, 
calculated from the volume resistivity, section area, and length, through a range of 
processes including cutting, punching, and pressing. A detail which differs from the 
first exemplary embodiment is that, after forming the resistor element 21 as described 

25 above, the insulating sheet 22 made such as of alumina , glass, glass impregnated 
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epoxy resin, or paper impregnated phenolic resin having the same two-dimensional 
size as the resistor element 21 is made such as by dividing, cutting, punching, and 
pressing, and then attached to the resistor element 21. 

Processes and materials for manufacturing the first and second terminals 23 
5 and 24 are the same as those indicated in Fig. 2 (a). However, the thickness t and 
groove width k of the first and second terminals 23 and 24 differ for the thickness of 
the insulating sheet 22. 

Fourth exemplary embodiment 
10 A resistor in a fourth exemplary embodiment of the present invention is 

described with reference to drawings. 

Fig. 6 is a side view of a terminal, a key part, of the resistor in the fourth 
exemplary embodiment of the present invention seen from an open side. 

In Fig. 6, first and second terminals 26 and 27 have a cavity 28 of the same 
15 shape as a section face in the width direction of the resistor element 11. The 

thickness t of these first and second terminals 26 and 27 is thicker than the thickness 
T of the resistor element 11; their width m is equivalent to or wider than the width W 
of the resistor element 11; and their length w is shorter than the length L of the 
resistor element 11. The first and second terminals 26 and 27 are made of metals 
20 such as copper, silver, gold, aluminum, copper nickel, or copper zinc with the same 
or greater electrical conductivity than that of the resistor element 11, 
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Fifth exemplary embodiment 
A resistor in a fifth exemplary embodiment of the present invention is 
described with reference to drawings. 



Fig- 7 (a) is a sectional view, and Fig. 7 (b) is a plan view of the resistor in 
the fifth exemplary embodiment of the present invention 

In Figs* 7 (a) and 7 (b), a resistor element 29 is made such as of a copper- 
nickel alloy wire, nickel-chromium wire, or copper-manganese-nickel alloy wire. 

First and second terminals 30 and 31 have a concave groove 32 of the width 
k which is equivalent to a diameter R of the resistor element 29, and are provided and 
electrically connected to both ends of the resistor element 29. The thickness t of 
these first and second terminals 30 and 31 is thicker than the resistor element 29; 
their width m is equivalent to or greater than the diameter R of the resistor element 
29; and their length w is shorter than the length L of the resistor element 29. The 
first and second terminals 30 and 31 are made of metals such as copper, silver, gold, 
aluminum, copper nickel, or copper zinc with the same or greater electrical 
conductivity than that of the resistor element 29. 

A method for manufacturing the resistor in the fifth exemplary embodiment 
of the present invention as configured above is described next with reference to 
drawings. 

Figs. 8 (a) to 8 (d) are process charts illustrating the manufacturing method 
of the resistor in the fifth exemplary embodiment of the present invention. 

In Fig. 8 (a), a metal wire made such as of copper, silver, gold, aluminum, 
copper nickel, or copper zinc which have the same or greater electrical conductivity 
than that of the resistor element 29 (not illustrated) is ground, cast, forged, pressed, 
and drawn to form the first and second terminals 30 and 31 having the groove 32 of 
the width k equivalent to the diameter R of the resistor element 29. The first and 
second terminals 30 and 31 are formed in a way to achieve the next dimensions: 
thickness t thicker than that of the resistor element 29, the width m same or greater 
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than the diameter R of the resistor element 29, and length w shorter than the length L 
of the resistor element 29. 

In Fig. 8 (b), a metal wire such as of copper-nickel alloy, nickel-chromium 
alloy, or copper-manganese-nickel alloy is cut into the resistor element 29 having a 
predetermined sheet shape and predetermined resistance, calculated from the volume 
resistivity, section area, and length. 

In Fig. 8 (c), both ends of the resistor element 29 is fitted to the groove 32 of 
the first and second terminals 30 and 31, and they are thermally pressed in the 
vertical direction of the terminal (direction of holding the resistor element). 

In Fig. 8 (d), a protective film 33 made such as of a film of epoxy resin, 
polyimide resin, or poly-carbodiimide resin is cut, punched, or pressed into a 
predetermined shape, placed over and below the resistor element 29 (not illustrated). 
The protective film 33 is formed on the top, bottom, and side faces of the resistor 
element 29 by thermal compression bonding or ultrasonic welding to complete the 
resistor in the fifth exemplary embodiment. 

Both ends of the resistor element 29 may be inserted to the groove 32 of the 
first and second terminals 30 and 31 from the open side or from the side face of the 
first and second terminals 30 and 31. 

For bonding the resistor element 29 and the first and second terminals 30 and 
31, a range of methods may be used: (1) welding; (2) brazing after inserting a third 
conductive metal such as copper, silver , gold, tin, or solder between the resistor 
element 29 and the first and second terminals 30 and 31; (3) plating and thermal 
compression bonding the resistor element 29 and first and second terminals 30 and 
31; and (4) applying conductive paste to the resistor element 29 and the first and 
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second terminals 30 and 31, and then thermosetting after fitting the resistor element 
29 into the first and second terminals 30 and 31 

For adjusting the resistance of the resistor in the fifth exemplary embodiment 
of the present invention, a through groove may be created on the resistor element 29 
or a part of the surface and/or side face of the resistor element 29 may be cut by laser^ 
punching, diamond wheel cutting, grinding, etching, or the like while measuring the 
resistance between predetermined points or calculating required processing after 
measuring the resistance. The resistance may also be adjusted or corrected at the 
time of forming the resistor element 29. 



Sixth exemplary emhodirhent 
A resistor in a sixth exemplary embodiment of the present invention is 
described with reference to drawings. 

Fig. 9 (a) is a sectional view, and Fig. 9 (b) is a plan view of the resistor in 
15 the sixth exemplary embodiment of the present invention. 

In Figs 9 (a) and 9 (b), a resistor element 34 is typically made of a copper- 
nickel alloy wire, nickel-chromium wire, or copper-manganese-nickel alloy wire bent 
into a cylindrical coil shape. 

First and second terminals 35 and 36 have a concave groove 37 of the width 
20 k which is equivalent to the diameter R of the resistor element 34, and are provided 
and electrically connected to both ends of the resistor element 34. The thickness t 
of these first and second terminals 35 and 36 is thicker than the total thickness V of 
the resistor element 34; their width m is equivalent to or wider than the width W of 
the resistor element 34; and their length w is shorter than the length L of the resistor 
element 34. The first and second terminals 35 and 36 are made of metals such as 
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copper, silver, gold, aluminum, copper nickel, or copper zinc with the same or greater 
electrical conductivity than that of the resistor element 34. 

A method for manufacturing the resistor in the sixth exemplary embodiment 
of the present invention as configured above is described next with reference to 
drawings. 

The manufacturing method of the resistor in the sixth exemplary embodiment 
is the same as that described for the resistor in the fifth exemplary embodiment using 
Fig. 8. A metal wire such as of copper-nickel alloy, nickel-chromium alloy, or 
copper-manganese-nickel alloy is formed into the resistor element 29 having a 
predetermined wire shape and predetermined resistance, calculated from the volume 
resistivity, section area, and length, through a range of processes including dividing, 
cutting, and pressing. A detail which differs from the fifth exemplary embodiment 
is that, after forming the resistor element 29 as described above, a resistor element 
wire 29 is bent into a cylindrical coil shape, so as to form the resistor element 34. 

Seventh exemplary embodiment 
A seventh exemplary embodiment of the present invention is described with 
reference to drawings. 

Fig. 10 (a) is a sectional view, and Fig. 10 (b) is a plan view of a resistor in 
the seventh exemplary embodiment of the present invention. 

In Figs. 10 (a) and 10 (b), a resistor element 38, made such as of copper- 
nickel alloy, nickel-chromium alloy, or copper-manganese-nickel alloy , is bent 
symmetrically to the left and right in one plane. First and second terminals 39 and 
40 have a concave groove 41 of the width k which is equivalent to the diameter R of 
the resistor element 38, and are provided and electrically connected to both ends of 
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the resistor element 38, The thickness t of these first and second terminals 39 and 
40 is greater than the diameter R of the resistor element 38; their width m is 
equivalent to or wider than the width W of the resistor element 38; and their length w 
is shorter than the length L of the resistor element 38. The first and second 
5 terminals 39 and 40 are made of metals such as copper, silver, gold, aluminum, 
copper nickel, or copper zinc with the same or greater electrical conductivity than 
that of the resistor element 38. 

& 

^jj A manufacturing method of the resistor in the seventh exemplary 

P embodiment of the present invention as configured above is described next with 

2 10 reference to drawings. 

The manufacturing method of the resistor in the seventh exemplary 
l^^ embodiment is the same as that described for the resistor in the fifth exemplary 

embodiment using Fig. 8. A metal wire such as of copper-nickel alloy, nickel- 
»f chromium alloy, or copper-manganese-nickel alloy is formed into the resistor element 

15 29 having a predetermined wire shape and predetermined resistance, calculated from 
the volume resistivity, section area, and length, through a range of processes 
including dividing, cutting, and pressing. A detail which differs from the fifth 
exemplary embodiment is that , after forming the resistor element 29 as described 
above, a resistor element wire 9 is bent sjmfimetrically to the left and right in one 
20 plane in accordance with dimensions required for the resistor, so as to form the 
resistor element 38. 
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Eighth exemplary embodiment 
A resistor in an eighth exemplary embodiment of the present invention is 
described below with reference to drawings. 
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Fig. 11 (a) is a sectional view. Fig. 11 (b) is a plan view, and Fig. 11 (c) is a 
sectional view of a terminal, a key part, of the resistor in the eighth exemplary 
embodiment of the present invention. 

In Figs. 11 (a) to 11 (c), first and second resistor elements 42and 43 are made 
5 typically of a copper-nickel alloy wire, nickel-chromium wire, or copper-manganese- 
nickel alloy wire. First and second terminals 44 and 45 have a concave groove 46 
of the width k which is equivalent to the diameter R of the resistor elements 42and 43, 
and are provided and electrically coimected to both ends of the resistor elements 
£1 42and 43. The thickness t of these first and second teraiinals 44 and 45 is thicker 

m 10 than that of the resistor elements 42and 43; their width m is equivalent to or wider 
m than the width W of the resistor elements 42and 43; and their length w is shorter than 

the length L of the resistor elements 42and 43. The first and second terminals 44 
and 45 are made of metals such as copper, silver, gold, aluminum, copper nickel, or 
™? copper zinc with the same or greater electrical conductivity than that of the resistor 

^ ' 1 5 elements 42and 43 . 

A method for manufacturing of the resistor in the eighth exemplary 
embodiment of the present invention as configured above is described next with 
reference to drawings. 

The manufacturing method of the resistor in the eighth exemplary 
20 embodiment is the same as that described for the resistor in the fifth exemplary 
embodiment using Fig. 8. A metal wire such as of copper-nickel alloy, nickel- 
chromium alloy, or copper-manganese-nickel alloy is formed into a plurality of 
resistor elements 42and 43 having a predetermined wire shape and predetermined 
resistance, calculated from the volume resistivity, section area, and length, through a 
25 range of processes including cutting, punching, and pressing. A detail which differs 
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from the fifth exemplary embodiment is that, after forming the resistor elements 
42and 43 as described above, these resistor elements 42and 43 are connected to the 
first and second terminals 44 and 45 in a way that the resistor elements 42and 43 do 
not directly and electrically contact each other. 
5 Fig. 12 is a side view of a terminal in another example of the resistor in the 

eighth exemplary embodiment of the present invention. 

In Fig. 12, first and second cavities 47 and 48 have a section shape 
equivalent to the first and second resistor elements 42 and 43 and are formed 
yi respectively on the first and second terminals 44 and 45 instead of the concave 

10 groove 46 of the width k equivalent to the diameter R of the resistor elements 42 and 
43 shown in Fig. 11. 
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Ninth exemplary embodiment 
A resistor in a ninth exemplary embodiment of the present invention is 
15 described below with reference to drawings. 

Fig. 13 (a) is a sectional view, and Fig. 13 (b) is a plan view of the resistor in 
the ninth exemplary embodiment of the present invention. 

In Figs. 13 (a) and 13 (b), a resistor element 49 is made typically a sheet or 
strip of copper-nickel alloy, nickel-chromium alloy, or copper-manganese-nickel 
20 alloy. First and second terminals 50 and 51 have a concave groove 52 of the width k 
which is equivalent to the total thickness T of the resistor element 49, and are 
provided and electrically connected to both ends of the resistor element 49. The 
thickness t of these first and second terminals 50 and 51 is thicker than the total 
thickness T of the resistor element 49; their width m is equivalent to or wider than the 
25 width W of the resistor element 49; and their length w is shorter than the length L of 



the resistor element 49. The first and second terminals 50 and 51 are made of 
metals such as copper, silver, gold, aluminum, copper nickel, or copper zinc with the 
same or greater electrical conductivity than that of the resistor element 49. A 
protective film 53, made such as of epoxy resin, polyimide resin, or poly- 
carbodiimide resin is formed on the resistor element 49 at an area not connected to 
the first and second terminals 50 and 51. 

A manufacturing method of the resistor in the ninth exemplary embodiment 
of the present invention as configured above is described next with reference to 
drawings. 

The manufacturing method of the resistor in the ninth exemplary 
embodiment is basically the same as that described for the resistor in the first 
exemplary embodiment using Fig. 2. More specifically, a film of epoxy resin, 
polyimide resin, poly-carbodiimide resin, or the like is disposed to vertically 
sandwich the resistor element 49, and the protective film 53 is formed on the top, 
bottom, and side faces of the resistor element 49 by thermal compression bonding or 
ultrasonic welding, regardless of the shape of the resistor element, to complete the 
resistor in the ninth exemplary embodiment of the present invention. 

Tenth exemplary embodiment 
A resistor in a tenth exemplary embodiment of the present invention is 

described below with reference to drawings. 

Fig. 14 (a) is a sectional view. Fig. 14 (b) is a plan view, and Fig. 14 8c) is a 

sectional view of a terminal, cut in a width m direction, of the resistor in the tenth 

exemplary embodiment of the present invention. 
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In Figs. 14 (a) to 14 (c), a resistor element 54 is made typically of a shape or 
a strip of copper-nickel alloy, nickel-chromium alloy, or copper-manganese-nickel 
alloy. First and second terminals 55 and 56 have a concave groove 57 of the width k 
which is equivalent to the total thickness T of the resistor element 54, and are 
5 provided and electrically connected to both ends of the resistor element 54. The 
thickness t of these first and second terminals 55 and 56 is thicker than the total 
thickness T of the resistor element 54; their width m is equivalent to or wider than the 
C width W of the resistor element 54; and their length w is shorter than the length L of 

Ul the resistor element 54. The first and second terminals 55 and 56 are made of 

C3 

^ 10 metals such as copper, silver, gold, aluminum, copper nickel, or copper zinc with the 
same or greater electrical conductivity than that of the resistor element 54. A 
protective film 58, made such as of epoxy resin, polyimide resin, or poly- 
carbodiimide resin, is formed on the resistor element 54 at an area not connected to 
the first and second terminals 55 and 56 to achieve the same dimensions as the width 
15 m and thickness t of the first and second terminals 55 and 56. 

A method for manufacturing the resistor in the tenth exemplary embodiment 
of the present invention as configured above is basically the same as that described 
for the resistor in the first exemplary embodiment using Fig. 2. More specifically, a 
film of epoxy resin, polyimide resin, poly-carbodiimide resin, or the like is disposed 
20 to vertically sandwich the resistor element 54, and the protective film 58 is formed on 
the top, bottom, and side faces of the resistor element 54 by thermo compression 
bonding or ultrasonic welding, regardless of the shape of the resistor element, to 
complete the resistor in the tenth exemplary embodiment of the present invention. 

A detail which differs from the ninth exemplary embodiment of the present 
25 invention is a formation area of the protective film 58. The protective film 58 is 
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formed on the resistor element 54 to level with the width m and thickness t of the 
first and second terminals 55 and 56. This can be achieved by making the thickness 
of a film of epoxy resin, polyimide resin, or poly-carbodiimide resin thicker than the 
difference between the top surface level of the resistor element 54 and top surface 
level of the first and second terminals 55 and 56, and difference between the lower 
surface level of the resistor element 54 and lower surface level of the first and second 
terminals 55 and 56; and pressing the film to the same level as the top and bottom 
faces of the first and second terminals 55 and 56. 

FlevRnth ex emplary embodiment 

A resistor in an eleventh exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 15 (a) is a sectional view, and Fig. 15 (b) is a plan view of the resistor in 
the eleventh exemplary embodiment of the present invention. 

In Figs. 15 (a) and 15 (b), a resistor element 59 is made typically of a sheet or 
strip of copper-nickel alloy, nickel-chromium alloy, or copper-manganese-nickel 
alloy. First and second terminals 60 and 61 have an L shape section face, and are 
provided and electrically connected to both ends of the resistor element 59. The 
thickness y of these first and second terminals 60 and 61 underneath the resistor 
element 59 is greater than the thickness x contacting the end face of the resistor 
element 59. The first and second terminals 60 and 61 are made of metals such as 
copper, silver, gold, aluminum, copper nickel, or copper zinc with the same or greater 
electrical conductivity than that of the resistor element 59. 

A method for manufacturing the resistor m the eleventh exemplary 
embodiment of the present invention as configured is basically the same as that 
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resistor element 90, and brazing; or (3) applying conductive paste to the resistor 
element 90 and the fiurst and third terminals 91 and 93, disposing the first and third 
terminals 91 and 93 on the top face of both ends of the resistor element 90, and 
thermosetting. When the resistor element 90 is tumed over, after bonding the first 
5 and third terminals 91 and 93 on the top face of both ends of the resistor element 90, 
to bond the second and fourth terminals 92 and 94 on the bottom face of both ends of 
the resistor element 90, the first and second terminals 91 and 92, and the third and 
fourth terminals 93 and 94 are simultaneously connected. 



10 Seventeenth exemplary embodiment 

A resistor in a seventeenth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 23 is a sectional view of the resistor in the seventeenth exemplary 
embodiment of the present invention. 

15 In Fig. 23, a resistor element 95, made typically of a sheet of copper-nickel 

alloy, nickel-chromium alloy, or copper-manganese-nickel alloy has first and second 
notches 96 and 97 provided near both ends. These first and second notches 96 and 
97 in the resistor element 95 are created as a widthwise slit on the resistor element 95, 
First and second terminals 98 and 99 are made of metals such as copper, silver, gold, 

20 aluminum, copper nickel, or copper zinc having the same or greater electrical 
conductivity than that of the resistor element 95. 

First and second protrusions 100 and 101 on the first and second terminals 98 
and 99 have the same or smaller size than that of the first and second notches 96 and 
97, and they are provided as a widthwise slit on the first and second terminals 98 and 

25 99. 



The first and second terminals 98 and 99 are disposed at both ends of the 
resistor element 95. The first notch 96 on the resistor element 95, and the first 
protrusion 100 on the first terminal 98 , and the second notch 97 on the resistor 
element 95 and second protrusion 101 on the second terminal 99 are mechanically 
connected respectively. In addition, the resistor element 95 and the first and second 
terminals 98 and 99 are electrically connected. 

A method for manufacturing the resistor in the seventeenth exemplary 
embodiment of the present invention is described next with reference to drawing. 

The manufacturing method of the resistor in the seventeenth exemplary 
embodiment of the present invention is basically the same as that described for the 
resistor in the first exemplary embodiment using Fig. 2. However, the shape of the 
first and second terminals differ from that described in Fig. 2 (a). The notches 96 
and 97 are also created on the resistor element 95, which is different from the resistor 
element described in Fig. 2 (b). The first and second notches 96 and 97 are created 
such as by cutting and pressing after forming the resistor element 95 with a 
predetermined sheet shape and predetermined resistance. In a process 
corresponding to Fig. 2 (c), as shown in Fig, 23, the resistor element 95 is placed on 
the first and second terminals 98 and 99 in a way that the first notch 96 on the resistor 
element 95 fits with the first protrusion 100 on the first terminal 98, and the second 
notch 97 on the resistor element 95 fits with the second protrusion 101 on the second 
terminal 99. Then, the resistor element 95 and the first and second terminals 98 and 
99 are bonded and connected using the next methods: (1) welding; (2) brazing after 
inserting a third conductive metal such as copper, silver, gold, tin, and solder 
between the resistor element 95 and the first and second terminals 98 and 99; and (3) 
applying conductive paste between the resistor element 95 and the first and second 
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terminals 98 and 99, and thennosetting after fitting the resistor element 95 into the 
first and second terminals 98 and 99. 

Eighteenth exemplar y embodiment 
5 A resistor in an eighteenth exemplary embodiment of the present invention is 

described below with reference to drawings. 

Fig. 24 (a) is a sectional view, and Fig. 24 (b) is a plan view of the resistor in 
the eighteenth exemplary embodiment of the present invention. 

As shown in Fig. 24, a resistor elementl02, made such as of copper-nickel 
10 alloy, nickel-chromium alloy, or copper-manganese-nickel alloy has first and second 
through holes 103 and 104. First and second terminals 105 and 106 have first and 
second protrusions 107 an 108 which can be inserted to the first and second through 
holes 103 and 104, and are made of metals such as copper, silver, gold, aluminum, 
copper nickel, or copper zinc having the same or greater electrical conductivity than 
15 that of the resistor element 102. 

The first and second terminals 105 and 106 are disposed at both ends of the 
resistor element 102. The first through hole 103 on the resistor element 102, and 
the first protrusion 107 on the first terminal 105 , and the second through hole 104 on 
the resistor element 102 and second protrusion 108 on the second terminal 106 are 
20 mechanically connected respectively. In addition, the resistor element 102 and the 
first and second terminals 105 and 106 are electrically connected. 

A manufacturing method of the resistor in the eighteenth exemplary 
embodiment of the present invention as configured above is described next with 
reference to drawings. 
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Figs. 25 (a) to 25 (e) are process charts illustrating the manufacturing method 
of the resistor in the eighteenth exemplary embodiment of the present invention. 

As shown in Fig. 25 (a), first and second terminals 105 and 106 have first 
and second protrusions 107 and 108, and are made of metal sheet or metal strip such 
as of copper, silver, gold, aluminum, copper nickel, or copper zinc with the same or 
greater electrical conductivity than that of the resistor element 102 using processes 
such as cutting, casting, forging, pressing, and drawing. 

In Fig. 25 (b), a metal sheet or metal strip such as of copper-nickel alloy, 
nickel-chromium alloy, or copper-manganese-nickel alloy is formed into the resistor 
element 102 having a predetermined sheet shape and predetermined resistance, 
calculated from the volume resistivity, section area, and length, through a range of 
processes including cutting, punching, and pressing. 

In Fig. 25 (c), the first and second through holes 103 and 104 are created in 
both ends of the resistor element 102 using processes such as punching, cutting, and 
laser. 

In Fig. 25 (d), the first protrusion 107 on the first terminal 105 is inserted 
into the first through hole 103 on the resistor element 102, and the second protrusion 
108 on the second terminal 106 is inserted into the second through hole 104 on the 
resistor element 102, 

In Fig. 25 (e), the first and second terminals 105 and 106 are bent along the 
circumference of the resistor element 102 by pressing to sandwich the resistor 
element 102 in the thickness direction. 

The first and second terminals 105 and 106 may not necessary have the shape 
shown in Figs. 25 (a) to 25 (e). They may just have an opening sufficient for 



inserting the resistor element 102, and then caulked after inserting the resistor 

element 102 at both ends. 

The resistor element 102 and the first and second terminals 105 and 106 may 
be bonded and connected using the next methods: (1) welding; (2) brazing after 
inserting a third conductive metal such as copper, silver, gold, tin, and solder 
between the resistor element 102 and the first and second terminals 105 and 106; and 
(3) applying conductive paste between the resistor element 102 and the first and 
second terminals 105 and 106, and thermosetting. 

For adjusting the resistance of the resistor in the eighteenth exemplary 
embodiment of the present invention, a through groove may be created on the resistor 
element 102 or a part of the surface and/or side of the resistor element 102 may be 
cut by laser, punching, diamond wheel cutting, grinding, etching, and so on while 
measuring the resistance between predetermined points or calculating the required 
processing after measuring the resistance. The resistance may also be adjusted or 
corrected at the time of forming the resistor element 102. 

In the first exemplary embodiment as described above , the groove 14 of the 
first and second terminals 12 and 13 is fitted to both ends of the resistor element 11, 
and then the first and second terminals 2 and 13 are thermally pressed in the vertical 
direction (to hold the resistor element 11) so that the first and second terminals 12 
and 13 are disposed at the top and bottom faces of the resistor element 11. As a 
result, it has an effect that the resulting resistor may be mounted in either way, 
regardless of the surface and rear face of the resistor. 

In the second exemplary embodiment as described above, a metal sheet is 
corrugated to the thickness direction to form the resistor element 17. An upper limit 



described for the resistor in the first exemplary embodiment using Fig. 2. However, 
in the eleventh exemplary embodiment, the first and second terminals 60 and 61 
having the L-shape section face are formed instead of the shape of the first and 
second terminals illustrated in Fig. 2 (a). In a process corresponding to Fig. 2 (c), 
the resistor element 59 is placed on the first and second terminals 60 and 61. For 
bonding the resistor element 59 and the first and second terminals 60 and 61, a range 
of methods may be used: (1) welding; (2) brazing after inserting a third conductive 
metal such as copper, silver, gold, tin, and solder between the resistor element 59 and 
the first and second terminals 60 and 61; and (3) applying conductive paste to the 
resistor element 59 and the first and second terminals 60 and 61, and then 
thermosetting after fitting the resistor element 59 into the first and second terminals 
60 and 61. 

Twe lfth exemplary embodiment 
A resistor in a twelfth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 16 is a sectional view of the resistor in the twelfth exemplary 
embodiment of the present invention. 

In Fig. 16, a resistor element 64 is made typically of copper-nickel alloy, 
nickel-chromium alloy, or copper-manganese-nickel alloy. An insulating sheet 65, 
made such as of alumina , glass, glass impregnated epoxy resin, or paper impregnated 
phenolic resin, is attached to the top face of the resistor element 64. First and 
second terminals 66 and 67 have an L-shape section face, and are provided and 
electrically connected to both ends of the resistor element 64. The first and second 
terminals 66 and 67 are made of metals such as copper, silver, gold, aluminum. 
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copper nickel, or copper zinc with the same or greater electrical conductivity than 
that of the resistor element 64. The insulating sheet 65 may also be attached to the 
bottom face of the resistor element 64. 

A method for manufacturing the resistor in the twelfth exemplary 
5 embodiment as configured above is basically the same as that described for the 

resistor in the eleventh exemplary embodiment. However, in the twelfth exemplary 
embodiment, the first and second terminals 66 and 67 having the L-shape section 
face are formed instead of the shape described in Fig. 2 (a). In a process 
corresponding to Fig. 2 (b), a metal sheet or metal strip such as of copper-nickel alloy, 

10 nickel-chromium alloy, or copper-manganese-nickel alloy is formed into the resistor 
element 64 having a predetermined sheet shape and predetermined resistance , 
calculated from the volume resistivity, section area, and length, through a range of 
processes including cutting, punching, and pressing. Then, the insulating sheet 65, 
made such as of alumina, glass, glass impregnated epoxy resin, or paper impregnated 

15 phenolic resin, with the same two-dimensional size as the resistor element 64, is 

obtained by dividing, cutting, punching, or pressing, and the resistor element 64 and 
insulating sheet 65 are pasted. In a process corresponding to Fig. 2 (c), the resistor 
element 64 is placed on the first and second terminals 60 and 61 . For bonding the 
resistor element 64 and the first and second terminals 66 and 67, a range of methods 

20 may be used: (1) welding; (2) brazing after inserting a third conductive metal such as 
copper, silver, gold, tin, and solder between the resistor element 64 and the first and 
second terminals 66 and 67; and (3) applying conductive paste to the resistor element 
64 and the first and second terminals 66 and 67, and then thermosetting after fitting 
the resistor element 64 into the first and second terminals 66 and 67. 
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ThirtPRTith eyemplarv embodiment 

A resistor in a thirteenth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 17 is a sectional view of the resistor in the thirteenth exemplary 
embodiment of the present invention. 

In Fig. 17, a resistor element 68, made of copper-nickel alloy, nickel- 
chromium alloy, or copper-manganese-nickel alloy has a shape that both ends are 
thicker than a central potion, and there is a step between the central portion and ends 
(its length-wise section face show an H shape). Steps 69 and 70 are provided at 
both ends 71 and 72 which are thicker than a central portion 73 of the resistor 
element 68. First and second terminals 74 and 75 are electrically connected to both 
ends of the resistor element 68, and their section face has a one-side open shape. 
Inside the first and second terminals 74 and 75 is wider than openings 76 and 77. 
The first and second terminals 74 and 75 are made of metals such as copper, silver, 
gold, aluminum, copper nickel or copper zinc which have the same or greater 
electrical conductivity than that of the resistor element 68. 

In Fig. 17, the steps 69 and 70 and the openings 76 and 77 are bent in the 
thickness direction for preventing detachment, however, the direction is not limited. 
For example, they may be bent vertical against the thickness direction. The number 
of steps and bendings are also not limited. 

A method for manufacturing the resistor in the thirteenth exemplary 
embodiment of the present invention as configured above is basically the same as that 
described for the resistor in the first exemplary embodiment using Fig. 2. A detail 
which differs is the shape of the material. In a process corresponding to Fig. 2 (a), 
inside of the first and second terminals 74 and 75 is broader than their openings 76 
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and 77. In a process corresponding to Fig. 2 (b), steps 69 and 70 thicker than the 
central portion 73 are provided at both ends 71 and 72 of the resistor element 68 in 
accordance with the shape of the groove of the first and second terminals 74 and 75. 

5 Fonrtegnth exemplary embodiment 

A resistor in a fourteenth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 18 is a sectional view of the resistor in the fourteenth exemplary 
embodiment of the present invention. 

10 * In Fig. 18, an msulating substrate 79 is a sheet of a glass impregnated epoxy 

resin substrate, paper impregnated phenolic resin substrate, or the like. First and 
second terminals 80 and 81 are formed on both ends of the insulating substrate 79 for 
electrically connecting the top and bottom faces of the insulating substrate 79, and 
are made of metals such as copper, silver, gold, aluminum , copper nickel, or copper 

15 zinc with the same or greater electrical conductivity than that of a resistor element 78. 
A metal layer 82 such as of solder is formed on the top face of the first and second 
terminals 80 and 81. The resistor element 78 made such as of a sheet of copper- 
nickel alloy, nickel-chromium alloy, or copper-manganese-nickel alloy is formed on 
the metal layer 82 in a way to electrically connect the metal layer 82 on the first 

20 terminal 80 and the metal layer 82 on the second terminal 81. 

In Fig. 18, the top and bottom faces of the insulating substrate 79 are 
electrically connected by the first and second terminals 80 and 81 on both ends of the 
insulating substrate 79. This may also be achieved by providing the electrodes 
which vertically penetrate through the insulating substrate 79. 
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A method for manufacturing the resistor in the fourteenth exemplary 
embodiment of the present invention is described next with reference to drawings. 

Figs. 19 (a) to 19 (c) are process charts illustrating the manufacturing method 
of the resistor in the fourteenth exemplary embodiment of the present invention. 

In Fig. 19 (a), a strip of metal foil pattern typically made of copper, silver, or 
gold having the same or greater electrical conductivity than that of the resistor 
element 78 is formed on the top, bottom , and side faces of the insulating substrate 79 
made typically of a glass impregnated epoxy resin substrate or paper impregnated 
phenolic resin substrate. Then, the metal foil pattern is exposed to the light and 
etched to form the first and second terminals 80 and 81 with a predetermined shape. 

In Fig. 19 (b), solder paste 82 is screen printed on the top face of the first and 
second terminals 80 and 81. 

In Fig. 19 (c), a metal sheet made typically of copper-nickel alloy, nickel- 
chromium alloy, or copper-manganese -nickel alloy is formed into the resistor element 
78 having a predetermined sheet shape and predetermined resistance, calculated from 
the volume resistivity, section area, and length, through a range of processes 
including cutting , punching, and pressing. Both ends of the resistor element 78 are 
placed on the top face of the solder paste 82, and firmly bonded by the reflow process 
to complete the resistor in the fourteenth exemplary embodiment of the present 
invention. 

In the fourteenth exemplary embodiment of the present invention, the resistor 
element 78 and the first and second terminals 80 and 81 are bonded by soldering the 
solder paste 82. This may also be achieved through other methods such as: (1) 
brazing after inserting a third conductive metal such as copper, silver, gold , tin, and 
solder between the resistor element 78 and the first and second terminals 80 and 81; 



and (2) plating and thermal compression bonding the resistor element 78 and first and 
second terminals 80 and 81. 

For adjusting the resistance of the resistor element in the fourteenth 
exemplary embodiment of the present invention , a through groove may be created on 
the resistor element 78 or a part of the surface and/or side of the resistor element 78 
may be cut by laser, punching, diamond wheel cutting, grinding, etching, and so on 
while measuring the resistance between predetermined points or calculating required 
processing after measuring the resistance. The resistance may also be adjusted or 
corrected at the time of forming the resistor element 78. 

Fifteenth exemplary embodiment 
A resistor in a fifteenth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 20 (a) is a sectional view, Fig. 20 (b) is a plan view of the surface, and 
Fig. 20 (c) is a plan view of the rear face of the resistor in the fifteenth exemplary 
embodiment of the present invention. 

In Figs. 20 (a) to 20 (c), a resistor element 83 is made such as of a sheet of 
copper-nickel alloy, nickel-chromium alloy, or copper-manganese-nickel alloy. An 
insulating substrate 83 is a sheet of a glass impregnated epoxy resin substrate, paper 
impregnated phenolic resin substrate, or the like. First, second, third , and fourth 
terminals 85, 86, 87, and 88 are disposed at four comers of the insulating substrate 84, 
in a way to electrically connect top and bottom faces of the insulating substrate 84, 
and are made of metals such as copper, silver, gold, aluminum, copper nickel, or 
copper zinc with the same or greater electrical conductivity than that of the resistor 
element 83. The resistor element 83 is electrically connected to the surface of the 
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first, second, third, fourth terminals 85, 86, 87, and 88 through a metal layer 89 on 
their top faces. 

In Fig. 20, the first, second, third, fourth terminals 85, 86, 87, and 88 are 
formed at four comers of the insulated substrate 84 so as to electrically connect the 
top and bottom faces of the insulated substrate 84. This may also be achieved by 
providing the electrodes which vertically penetrate through the insulating substrate 
79. 

A method for manufacturing the resistor in the fifteenth exemplary 
embodiment of the present invention is the same as that described using Fig. 19. 
The difference is that four terminals are formed in the fifteenth exemplary 
embodiment, while two terminals are formed in the fourteenth exemplary 
embodiment. 

Sixteenth exemplary embodiment 

A resistor in a sixteenth exemplary embodiment of the present invention is 
described below with reference to drawings. 

Fig. 21 (a) is a sectional view, and Fig. 21 (b) is a plan view of the resistor in 
the sixteenth exemplary embodiment of the present invention. 

In Figs. 21 (a) and 21 (b), a resistor element 90 is made such as of a sheet of 
copper-nickel alloy, nickel-chromium alloy, or copper-manganese-nickel alloy. 
Rectangular parallelepiped first, second, third, and fourth terminals 91, 92, 93, and 94 
are electrically connected respectively at the top and bottom faces of both ends of the 
resistor element 90. 

A method for manufacturing the resistor in the sixteenth exemplary 
embodiment as configured above is basically the same as that described for the 
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resistor in the first exemplary embodiment using Fig. 2. In a process corresponding 
to Fig. 2 (a), four rectangular paraUelepiped terminals are formed. In a process 
corresponding to Fig. 2 (c), the first and third terminals 91 and 93 are bonded to the 
top face of both ends of the resistor element 90, using processes such as: (1) welding 
after disposing the first and third terminals 91 and 93 on the top face of both ends of 
the resistor element 90; (2) inserting a third conductive metals such as copper, silver, 
gold, tin, or solder between the resistor element and terminals, disposing the first and 
third terminals 91 and 93 on the top face of both ends of the resistor element 90, and 
brazing; or (3) applying conductive paste to the resistor element 90 and the first and 
third terminals 91 and 93, disposing the first and third terminals 91 and 93 on the top 
face of both ends of the resistor element 90, and thermosetting. Then, the resistor 
element 90 is turned over to bond the second and fourth terminals 92 and 94 on the 
bottom face of both ends of the resistor element 90 using the aforementioned 
processes. The above operation may be implemented at once to bond the first, 
second, third, and fourth terminals 91, 92, 93, and 94 to the resistor element 90. 

Fig. 22 is a sectional view of another example of the resistor in the sixteenth 
exemplary embodiment of the present invention. 

A detail which differs from Fig. 21 in fig. 22 is that the first and second 
terminals 91 and 92, and the third and fourth terminals 93 and 94 are electrically 
connected, and each pair of terminals looks like a single terminal. 

Accordingly, the manufacturing method of the example shown in Fig. 22 is 
that (1) welding after disposing the first and third terminals 91 and 93 on the top face 
of both ends of the resistor element 90; (2) inserting a third conductive metals such as 
copper, silver, gold, tin, or solder between the resistor element and terminals, 
disposing the first and third terminals 91 and 93 on the top face of both ends of the 
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of the resistance of the resistor may be increased by bending the resistor element 17 
in such a way that the length L of the resistor element 17 becomes longer in the 
length direction . On the other hand, a lower limit of the resistance of this resistor 
may be reduced by bending the resistor element 17 in a way that its width W becomes 
5 longer. 

The second exemplary embodiment of the present invention also has the first 
and second terminals 18 and 19 which have the groove 20 of the width k equivalent 
to the thickness T of the resistor element 17. The thickness t of the terminals is 
thicker than the total thickness V of the resistor element 17, their width m is 

10 equivalent to or longer than the width W, and their length w is shorter than the length 
L of the resistor element 17. This enables to make the resistance of the first and 
second terminals 18 and 19 smaller than that of the resistor element 17 by the shape, 
and thus reduces the proportion of the resistance of the first and second terminals 18 
and 19 in the entire resistor. This enables to reduce fluctuation in the resistance 

15 which is dependant of a resistance measuring terminal on a contact point. 

Furthermore, since a clearance is provided between the resistor element 17 and a 
circuit board, thermal damage to a mounting circuit board due to self heat generation 
of the resistor element 17 is preventable. 

The third exemplary embodiment of the present invention comprises the 

20 metal sheet resistor element 21, insulating sheet 22 disposed at least on one of the top 
and bottom faces of the resistor element 21, and the first and second terminals 23 and 
24 electrically connected to the resistor element 21. The first and second terminals 
23 and 24 have the groove 25 of the width k equivalent to the sum T of the thickness 
Ti of the resistor element 21 and the thickness T2 of the insulating sheet 22, and are 

25 electrically connected to the resistor element 21. The insulating sheet 22 supports 



or 



reinforces the resistor element 21, and improves mechanical strength, thus 
preventing changes in characteristics by deformation. 

Also in the third exemplary embodiment, the first and second terminals 23 
and 24 have the groove 25 of the width k equivalent to the sum T of the thickness Ti 
of the resistor element 21 and the thickness T2 of the insulating sheet 22. The 
thickness t of the first and second terminals 23 and 24 is also thicker than the sum T 
of the thickness T^ of the resistor element 21 and the thickness T^ of the insulating 
sheet 22, their width m is equivalent to or wider than the width W of the resistor 
element 21, and their length w is shorter than the length L of the resistor element 21. 
This shape enables to make the resistance of the &st and second terminals 23 and 24 
smaller than that of the resistor element 21, and thus reduces the proportion of the 
resistance of the first and second terminals 23 and 24 in the entire resistor. 
Accordingly, flucmation in the resistance dependant of a resistance measuring 
terminal on a contact point may be reduced. Furthermore, since a clearance is 
provided between the resistor element 17 and a substrate, thermal damage to a 
mounting substrate due to self heat generation of the resistor element 17 is 
preventable. 

The fifth exemplary embodiment of the present invention comprises the 
metal wire resistor element 29, the concave groove 32 covering both ends of the 
resistor element 29, and first and second metal terminals 30 and 31 electrically 
comiected to the resistor element 29. Hie wire resistor element 29 which has the 
diameter greater than thickness than that of the sheet resistor element enables to 
obtain the larger resistance than that obtainable with the sheet resistor element. Its 
mechanical strength can also be reinforced to improve the bending strength of the 
resistor. 
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The sixth exemplary embodiment comprises the metal wire resistor element 
34 bent into a cylindrical coil shape, concave groove 37 covering both ends of the 
resistor element 34, and first and second metal terminals 35 and 36 electrically 
connected to the resistor element 34. The length of the resistor element can be 

5 made longer by coiling the resistor element 34, and thus an upper limit of the 
resistance obtained by the resistor element 34 can be increased. 

The seventh exemplary embodiment of the present invention comprises the 
metal wire resistor element 38 bent symmetrically to the left and right in one plane, 
concave groove 41 covering both ends of the resistor element 38, and first and 

10 second metal terminals 39 and 40 electrically connected to the resistor element 38. 
Since the metal wire configuring the resistor element 38 is bent synunetrically to the 
left and right in one plane, the current direction alternates. This enables to cancel 
the magnetic field generated, and thus reduces magnetic interference of the resistor. 
The eighth exemplary embodiment of the present invention comprises a 

15 plurality of metal wire resistor elements 42 and 43 which do not directly and 

electrically contact, concave groove 46 covering both ends of the resistor element 42 
and 43, and first and second metal terminals 44 and 45 electrically connected to the 
resistor element 42 and 43. The resistor elements 42and 43 are connected in paraUel 
so that the resistance is not adjusted only by the shape of the resistor element. In 

20 other words, the resistance is not directly affected by the dimensions of the resistor. 
This enables to prevent decrease in the strength due to any change in the shape. 

The eleventh exemplary embodiment of the present invention comprises the 
metal sheet resistor element 59, and first and second metal terminals 60 and 61 
having an L-shape section face disposed at both ends of the resistor element 59 and 

2 5 electrically connected to the resistor element 59. An inner wall of the L-shape first 
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and second tenninals 60 and 61 acts as a reference for positioning the first and 
second terminals 60 and 61 to both ends of the resistor element 59. This enables to 
improve the accuracy of connecting position of the first and second terminals 60 and 
61 and the resistor element 59, reducing deviation in resistance. 
5 Also in the eleventh exemplary embodiment of the present invention , the 

thickness y of a portion of the first and second terminals 60 and 61 underneath the 
resistor element 59 is made thicker than the thickness x of a portion contacting end 
faces of the resistor element 59, improving heat radiation performance. 

The twelfth exemplary embodiment of the present invention comprises the 

10 metal sheet resistor element 64, insulating sheet 65 pasted on at least one of the top 
and bottom faces of the resistor element 64, and the first and second metal terminals 
66 and 67 having an L-shape section face disposed at both ends of the resistor 
element 64 and electrically connected to the resistor element 64. The insulating 
sheet 65 supports or reinforces the resistor element 64. This enables to improve the 

15 mechanical strength and prevent changes in characteristics due to deformation. 

The thirteenth exemplary embodiment of the present invention comprises the 
resistor element 68 provided with the steps 69 and 70 between the central portion 73 
and both ends 71 and 72 by making the both ends 71 and 72 thicker than the central 
portion 73, and the first and second metal terminals 74 and 75 disposed at both ends 

20 of the resistor element 68. The first and second metal terminals 74 and 75 have a 
one-end open section face, and their inside is broader than their opening. The steps 
69 and 70 of the resistor element 68 are at least electrically connected to the inside of 
the opening of the first and second terminals 74 and 75. This mechanical 
connection of the inside of the opening of the first and second terminals 74 and 75 

25 and the steps 69 and 70 of the resistor element 68 enables to improve the accuracy of 



44 



bonding position and reliability of bonding between the first and second terminals 74 
and 75 and the resistor element 68. 

The fourteenth exemplary embodiment of the present invention comprises the 
metal sheet resistor element 78, insulating substrate 79, and the first and second metal 
terminals 80 and 81 formed to electrically connect the top and bottom faces of the 
insulating substrate 79 at both ends. The resistor element 78 and the first and 
second metal terminals 80 and 81 disposed on the top face of the insulating substrate 
79 are also electrically connected. This improves the accuracy of formation position 
and dimensions of the first and second terminals 80 and 81 to control a connection 
area of the first and second terminals 80 and 81 and the resistor element 78, reducing 
dispersion in resistance of the resistor. 

The fifteenth exemplary embodiment of the present invention comprises the 
metal sheet resistor element 83, insulating substrate 84,andfour metal terminals 85, 

86, 87, and 88 formed to electrically connect the top and bottom faces of the 
insulating substrate 84. The resistor element 83 and the four metal terminals 85, 86, 

87, and 8 disposed on the top face of the insulating substrate 84 are also electrically 
connected. This achieves a four-terminal resistor, improving the accuracy of current 
detection. 

The sixteenth exemplary embodiment of the present invention comprises the 
metal resistor element 90 and four metal terminals 91, 92, 93, and 94. Each of the 
terminals 91, 92, 93, and 94 is disposed on and electrically connected to the top and 
bottom faces of both ends of the resistor element 90. The four metal terminals 91, 
92, 93, and 94 are thus symmetrically disposed, with the resistor element 90 in the 
center, to the thickness direction of the resistor element 90. This eliminates the 
directivity of the surface and rear face of the resistor. 
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The sixteenth exemplary embodiment, as shown in Fig. 22, also has the 
terminals 91, 92, 93, and 94 disposed on the top and bottom faces of both ends of the 
resistor element 90, and these terminals are electrically connected to each other. 
These four terminals 91, 92, 93, and 94 are thus disposed symmetrically, with the 
resistor element 90 in the center, to the thickness direction of the resistor element 90. 
This eliminates the directivity of the surface and rear face of the resistor, further 
increasing the terminal volume for improving radiating performance. 

The seventeenth exemplary embodiment of the present invention comprises 
the metal resistor element 95 having the first and second notches 96 and 97 near its 
both ends, and the first and second metal terminals 98 and 99 disposed at both ends 
of the resistor element 95. The &st and second terminal 98 and 99 have the first 
and second protrusions 100 and 101 corresponding to the first and second notches 96 
and 97. The resistor element 95 and the first and second terminals 98 and 99 are at 
least electrically connected through the first and second protrusions 100 and 101, and 
the first and second notches 96 and 97. The mechanical connection of the 
protrusions 100 and 101 and the notches 96 and 97 improves the accuracy of position 
and resistance, and reliability of bonding between the resistor element 95 and the first 
and second terminals 98 and 99. 

The eighteenth exemplary embodiment of the present invention comprises 
the metal resistor element 102 having two or more first and second through holes 103 
and 014, and the first and second metal terminals 105 and 106 disposed at both ends 
of the resistor element 102. The first and second terminals 105 and 106 have one or 
more first and second protrusions 107 and 108 with the same shape as the through 
holes 103 and 104. At least one of the protrusions 107 and 108 of the terminals 105 
and 106 is inserted into at least one of the through holes 103 and 104 of the resistor 
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element 102, and at least one face of tlie terminals 105 and 106 is electricaHy 
connected to the resistor element 102. The mechanical connection of the 
protrusions 107" and 108 and the through holes 103 and 104 improves the accuracy of 
position and resistance, and reUafaility of bondmg between the resistor element 102 
and the first and second terminals 105 and 106. 

The manufacturing method of the resistor in the fourteenth exemplary 
embodiment comprises the steps of forming the first and second terminals 80 and 81 
with a metal foil pattern with a predetermined shape whose top and bottom faces are 
electricaHy connected to a part of the top, side, and bottom faces of the insulated 
substrate 79. This enables to use the thin fflm formation process such as Ught 
exposure for the metal fofl pattern, and thus the accuracy of shape and formation 
position can be improved. Accordingly, dispersion in the resistance at terminals and 
a connected portion between ±e terminals and resistor element can be reduced. 

Nineteenth exemplary embodiment 

A resistor in a nineteenth exemplary embodiment of the present 
invention is described below with reference to die drawings. 

Fig. 26 (a) is a sectional view. Fig. 26 (b) is a plan view, and Fig. 26 
(c) is a sectional view taken along Line A-A in Fig. 26 (a) of the resistor in the 
nineteenth exemplary embodiment of the present invention. 

In Figs. 26 (a) to 26 (c), a resistor element 111 is typically made of a 
sheet of copper-nickel alloy, nickel-chromium alloy, asdcopper-manganese-nickel 
on^y ^ rnmhination thereof . First and second concaved terminals 112 and 113 
have a concave groove 1 14 of a width k equivalent to the thickness T of the resistor 
element 111. The Eatif# entire surface of the first and second terminals 11 2 and 
1 13 i s are coated with metal 115 nirh a low melting point metal 1 15 (hereinafter 
metal 115). - ^ch as tin , rin lead M n y, rin silver alloy, tin antim o ny illoy, rin Tinr 



alloy, tin bi r m-^^ -^^^^Y -^^^^^^^ ^^^^ '^"^^^ '^^^^ ' ^Q^' ^^^^ ^"^^ "^'^"^'^ '^^"'^ 
tn ^ rpically by plating . 

The first and second terminals 112 and 113 are electrically connected 
to both ends of the resistor element 11 1 in the groove 1 14 through the low melting 
point metal 115 with a lov^ melting point . The thickness t of these first and second 
terminals 112 and 113 is thicker than the thickness T of the resistor element 111; 
their width m is equivalent to or wider than the width W of the resistor element 
1 1 1; and their length w is shorter than the length L of the resistor element 111. 
The first and second terminals 112 and 113 are made of metals such as of copper, 
silver, gold, or aluminum with the same or greater electrical conductivity than that 
of the resistor element 111. The lov . r molting p «iat -metal 1 15 with a lov , r melting 
poi nt electrically connects the resistor element 1 11 and the first and second 
terminals 112 and 113, and the metal 115 on the circumference of the first and 
second terminals 112 and 113 also acts as a connecting material when the resistor is 
mounted on a printed circuit board. Here, the metal 115 with a lov , r melting point 
refers to metals having a melting point_of 500 ''C or below, such as tin, tin lead 
alloy, tin silver alloy, tin antimony alloy, tin zinc al lov. tin bismuth alloy, silver 
zinc alloy, silver lead alloy, gold tin alloy, or zinc . The use of a metal with a low 
melting point prevents degradation of resistance characteristics due to oxidization 
of terminals or resistor element at connecting the terminals and resistor element, 
which may occur if a metal with a high melting point is used for coating the 
terminals. An msulating protective film 116, typically made of epoxy resin, 
polyimide resin, or poly-carbodiimide resin, covers the entire face of the resistor 
element 111 except the first and second terminals 112 and 113. 



A manufacturing method of the resistor in the nineteenth exemplary 
embodiment of the present invention as configured above is described next with 
reference to drawings. 

Figs. 27 (a) to 27 (b) are process charts illustrating the manufacturing 
method of the resistor in the nineteenth exemplary embodiment of the present 
invention. 

In Fig. 27 (a), first and second terminals 112 and 113 are made of 
metals such as copper, silver, gold, or aluminum with greater electrical 
conductivity than that of the resistor element 111 using processes such as cutting, 
casting, forging, pressing, and drawing_^-H«id The first and second terminals 112 
and 113 have a groove 1 14 of a width k which is equivalent to or greater than the 
thickness T of the resistor element 111. The thickness t of these first and second 
terminals 112 and 113 is greater than the thickness T of the resistor element 111; 
their width m is equivalent to or wider than the width W of the resistor element 
111; and their length w is shorter than the length L of the resistor element 111. 

In Fig. 27 (b), the metal 115 ^ . ^dth a low melting point, made such as 
of tin, tin lead, tin silver, tin antimony, tin zinc, tin bismuth, sih^er zinc, sih^er 
lead, gold tin, or ainc, is formed on the entire face of the first and second terminals 
112 and 1 13 , typically such as by barrel plating. 

In a process shown in Fig. 27 (c), a metal sheet such as made of 
copper-nickel alloy, nickel-chromium alloy-, or copper-manganese-nickel alloy is 
formed into the resistor element 111 by a range of of processes including cutting, 
punching, and pressing. The resistor element has a having a predetermined sheet 
shape and predetermined resistance, calculated from the volume resistivity, section 
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area, and length^r through a ringe of proGeccee including cuttinc^ punching, ind 
pressing! 

In Fig. 27 (d), the first and second terminals 112 and 113 wb©s© 
e n ti re face is are coated with the metal 1 15 v . ath a lo^ . v melting p o int irp_ and 
disposed to both ends of the resistor element 11 through die groove 1 14, and set on 
a die for cold forging of the first and second terminals 112 and 113. 

Then, a work piece is loaded to and unloaded from an oven held at 
the temperature above the melting point of the metal 1 15 with a 1ot , v molting point 
(not illustrated) to electrically connect the first and second terminals 112 or 113 
and resistor element 1 1 1 through the metal 1 15 with a lov , r melting p o int . 

Lastly, in Fig. 27(e), die insulated protective fihn 116, made of a 
film of epoxy resin, polyimide resin, or poly-carbodiimide resin, is cut into a 
predetermined shape using processes such as cutting, punching-, and pressing, and 
disposed on the top and bottom faces of die resistor element 1 1 1 (not illustrated)^T 
The insulated protective fihn 116 is diermal compression bonded on the entire 
face of die resistor element 111, except on die first and seco nd terminals 112 and 
113^ to form th ' : inculitH pr^t"^^"^" ^'^^ ^^f^r,r, thf> pntirp fnrr nf thei resistor 
element 11 U c ^r r pt rh° f -^"^ r^nnr^ri tPrmmnir in nnH 113 to thereby 
completing^ die resistor in die nineteenth exemplary embodiment of the present 
invention. 

The side face of die first and second termmals 112 and 113^ after 
being connected to the resistor element 1 1 1^ does not necensar^r necessarily have a 
gap or space as shown in Fig. 27. For example, there may be no space, depending 
on the state of cold forging. 



For adjusting the resistance of the resistor in the nineteenth exemplary 
embodiment of the present invention, a through groove may be created on the 
resistor element 11 L Alternatively, a part of the surface and/or side of the 
resistor element 111 may be cut by laser, punching, diamond wheel cutting, 
grinding, etching, and so on while measuring the resistance between predetermined 
points or calculating the required processing after measuring the resistance. The 
resistance may also be adjusted or corrected at the time of forming the resistor 
element 111. 

If a material with a lower electrical conductivity than the resistor 
element 111 is used for the first and second terminals 112 and 113 in the resistor as 
manufactured above, dispersion in resistance due to variations in the measuring 
point increases, making it inappropriate for practical use. Accordingly, the first 
and second terminals 112 and 113 are made of a material having electrical 
conductivity greater than that of the resistor element 111. 

Dispersion in resistance due to the position of the measuring point 
may also be reduced by making the thickness t of the first and second terminals 112 
and 1 13 thicker than the thickness T of the resistor element 111. 

Also^ for suppressing temperature rise against heat generated by 
applying a current, the thickness t of the first and second terminals 112 and 113 is 
preferably made thicker than the thickness T of the resistor element 111. 

The same effects are also achievable when the resistor in the 
jjjjjgteenth exemplary embodiment is manufactured with a process shown in Fig. 27 
(c) implemented before the process shown in Fig. 27 (a), i.e., in the sequence of 
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n,5,n.,facmre is shown as Fig. 27 (c). Fig. 27 (a). Fig. 27 (b). Fig. 27 (d), and 
Fig. 27 (e). 

Twentieth exemplary embodiment 

A resistor in a twentieth exemplary embodiment of the present 
invention is described below with reference to drawings. 

Fig. 28 (a) is a sectional view, Fig. 28 (b) is a plan view, and Fig. 28 
(c) is a sectional view taken along Line B-B in Fig. 28 (b) of the resistor in the 
twentieth exemplary embodiment of the present invention. 

In Figs. 28 (a) to 28 (c), a resistor element 121 is typically made of a 
sheet of copper-nickel alloy, nickel-chromimn alloy, asd-of-copper-manganese- 
nickel allnv or a combination thereof . First and second concaved terminals 122 
and 123 have a concave groove 124 of €he_a width k equivalent to the thickness T 
of the resistor element 111. JThe Eentire surface of the first and second terminals 
122 and 123 is are coated with metal 125 \v\X\i a low melting point metal 125 such 
as tin, tin lead alloy, tin silver alloy, tin antimony alloy, tin zinc alloy, tin bismuth 
alloy, silver zinc , alloy silver lead alloy, gold tin alloy, or zinc typically by 
plating. The first and second terminals 122 and 123 are electrically connected to 
both ends of the resistor element 1 1 1 in the groove 1 14 through the metal 125-witb 
a low melting point . 

The thickness t of these first and second terminals 122 and 123 is 
thicker than the thickness T of the resistor element 121; their widdi m is equivalent 
to or wider than the width W of the resistor element 121; and their length w is 
shorter than the length L of the resistor element 121 . The first and second 
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terminals 122 and 123 are made of metals such as copper, silver, gold, or 
aluminum with the same or greater electrical conductivity than that of the resistor 
element 121. The metal 125 %vith a low melting point e lectrically connects the 
resistor element 121 and the first and second terminals 122 and 123^t asd tbe-The 
metal 125 on the circumference of the first and second terminals 122 and 123 also 
acts as a connecting material when the resistor is mounted on a printed circuit 
board. A b Except for the first and second termin als 122 and 123, insulating 
protective film 126, typically made of epoxy resin, polyimide resin, or poly- 
carbodiimide resin, covers the entire face of the resistor element 121 oncopt for the 
firct and ---^-"^ i-r^rminnlr I"*-? nnd 173 . 

A manufacmring method of the resistor in the twentieth exemplary 
embodiment of the present invention as configured abov e, and is described next 
with reference to drawings. 

The manufacturing method of the resistor in the twentieth exemplary 
embodiment is basically the same as that described for the resistor in the nineteenth 
exemplary embodiment using Fig. 27. More specifically, in a process shown in 
Fig. 27(e), the msulated protective film 126, made of a film cuch ir o f ppoxy recin, 
p olyimidr r - ir. V^^l' mrhndiimiHe renn is cut into a predetermined shape 
using processes such as cutting, punching, and pressing,^ disposed on the top 
and bottom faces of the resistor element 121 (not illustrated)^T The insulated 
protective film is aad thermal compression bonded to form the insulated protective 
film 126 on the entire face of the resistor element 121 except for the first and 
second terminals 122 and 123. A detail which differs in this process firom the 
nineteenth exemplary embodiment process is that the thickness of a fihn is jsade 
tbietefincreased fo r the purpose of levelmg the insulated protective film 126 to the 
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top and bottom face level of the first and second terminals 122 and 123^T_Thus, 
asd pressing is required for adjusting the shape. 

In the thermal compression bonding, the resistor element 121 may 
optionally be pressed <^ for a period to bond the resistor element 121 to the 
insulated protective film 126, and then the insulated protective fihn 126 may be 
heated without applying pressure to accelerate curing. 

The manufacmring method of the resistor in the nineteenth exemplary 
embodiment of the present invention comprises a first process of forming_a first 
and second metal terminals 112 and 113 into_a concave shape, and then coating the 
metal terminals with a low melting point on their entire face of the terminals to 
obtain the first and second terminals 112 and llSi, a second process of creating the 
metal sheet resistor element 111 whose shape is adjusted to obtam a predetermined 
. resistance, and a third process of covering both ends of the resistor element 1 1 1 
with the first and second terminals 112 and 113 by cold forging, and electrically 
connecting the resistor element 111 and the first and second terminals 112 and 113 
by heating and cooling. The implementation of the third process enables to reduce 
reduction of contact resistance without deforming the bonded portion which may 
occur by welding. Thir nmblpr tn Thus the process improves electrical 
connectivity between the resistor element 111 and the first and second terminals 
112 and 113, and eliminates the need of for forming a bonding material atjor 
mounting the resistor onto a printed circuit board after initial coating, tojierebx 
improving the productivity. 



Industrial applicability 
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As described above, the resistor of the present invention comprises a 
sheet metal resistor element and separate metal terminals electrically connected to 
both ends of the sheet resistor element. These terminals are made of metal having 
the same or greater electrical conductivity than that of the resistor element. 

5 With the above configuration, resistance of the terminals can be made 

smaller than that of the resistor element because the terminals are made of a 
material having the same or greater electrical conductivity than that of the resistor 
element. This enables to reduce the proportion of resistance of the terminals in the 
entire resistor, allowing to ignore its effect on fluctuation of resistance due to 

10 deviation in measuring points of a resistance measuring terminal. The present 
invention can thus assure reproducibility of highly accurate measurement of 
resistance, providing the resistor which assures highly accurate measurement of 
resistance even if the measuring point is not precisely placed. 
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What is claimed is: 

1 . A resistor comprising: 

a resistor element made of metal sheet; and 

terminals made of different metal and electrically connected to both 

ends of said metal sheet resistor element, 

wherein said terminal is made of a material having electrical 
conductivity not less than that of said resistor element. 

2. The resistor as defined in Claim 1, wherein said resistor element is 
corrugated in a thickness direction of the metal sheet. 

3. The resistor as defined in one of Claims 1 and 2 , wherein said 
terminal has a groove of a width equivalent to a thickness of said resistor element, 
and said terminal has a width not less than a width of said resistor element, and a 
length shorter than a length of said resistor element. 

4. A resistor comprising: 

a resistor element made of metal sheet; 

an insulating sheet disposed at least on one of top face and bottom 

faces of said resistor element; and 

a terminal having a concave groove of a width equivalent to a sum of 
a thickness of said resistor element and a thickness of said insulating sheet, said 
terminal being electrically connected to said resistor element. 



5. The resistor as defined in Claim 4, wherein said terminal has a 
groove of a width equivalent to the sum of the thickness of said resistor element and 
the thickness of said insulating sheet , and said terminal has a thickness thicker than a 
sum of the thickness of said resistor element and the thickness of said insulating sheet, 
a width not less than a width of said resistor element, and a length shorter than a 
length of said resistor element. 

6. A resistor comprising: 

a resistor element made of metal wire; and 

a metal terminal having a concave groove covering both ends of said 
resistor element; said terminal being electrically coimected to said resistor element, 

7. A resistor comprising: 

a resistor element made of metal wire, said resistor element being bent 
into a cylindrical coil shape; and 

a metal terminal having a concave groove covering both ends of said 
resistor element, said terminal being electrically connected to said resistor element. 

8. A resistor comprising: 

a resistor element made of metal wire, said resistor element being bent 
symmetrically to the left and right in one plane; and 

a metal terminal having a concave groove covering both ends of said 
resistor element, said terminal being electrically connected to said resistor element. 



9. A resistor comprising: 



a plurality of resistor elements made of metal wire, said resistor 
elements being aligned not to electrically contact each other; and 

a metal terminal having a concave groove covering both ends of said 
resistor elements, said terminal being electrically connected to said resistor elements. 

10. The resistor as defined in one of Claims 6, 7, 8, and 9, wherein 
said terminal has a groove of a width equivalent to one of a thickness and diameter of 
said resistor element ; said terminal has a thickness thicker than a total thickness of 
said resistor elements, a width not less than a width of said resistor element, and a 
length shorter than a length of said resistor element. 

11. A resistor comprising: 

a resistor element made of metal sheet; and 

a metal terminal disposed at both ends of said resistor element, said 
terminal being electrically connected to said resistor element and having an L shape 
section face. 

12. The resistor as defined in Claim 11, wherein a thickness of a 
portion of said terminal underneath said resistor element is thicker than that of a 
portion of said terminal contacting an end face of said resistor element. 

13. A resistor comprising: 

a resistor made of metal sheet: 

an insulating sheet attached to at least one of top and bottom faces of 
said resistor element; and 
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a metal terminal disposed at both ends of said resistor element, said 
terminal being electrically connected to said resistor element and having an L shape 
section face. 

14. A resistor comprising: 

a metal resistor element provided with a step between both ends by 
making a thickness of said both ends thicker than a central portion; and 

a metal terminal disposed at both ends of said resistor element, said 
terminal having a one-side-open section face with an inner space broader than its 
opening, and being electrically connected to said step of said resistor element at least 
at said iimer space of the opening. 

15. A resistor comprising: 

a resistor element made of metal sheet; 
an insulating substrate; and 

a metal terminal formed in a way to electrically connect top and 
bottom faces of said insulating substrate at both ends, said terminal on the top face of 
said insulating substrate being electrically connected to said resistor element. 

16. A resistor comprising: 

a resistor element made of metal sheet; 
an insulating substrate; and 

four metal terminals formed in a way to electrically connect top and 
bottom faces of said insulating substrate, said terminal on a top face of said insulating 
substrate being electrically connected to said resistor element. 
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17. The resistor as defined in one of Claims 15 and 16, wherein said 
insulating substrate is one of a glass impregnated epoxy resin substrate and paper 
impregnated phenolic resin substrate. 

5 

18. A resistor comprising: 
a metal resistor; and 

four metal terminals, said terminals being disposed one each on top 
and bottom faces at both ends of said resistor element, and electrically connected to 
10 said resistor element. 

19. The resistor as defined in Claim 18, wherein a width of said 
terminals are not less than a width of said resistor element. 
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20, The resistor element as defined in Claim 18, wherein said 
terminals disposed on top and bottom faces at both ends of said resistor element are 
electrically connected to each other. 



21. A resistor comprising: 
20 a metal resistor element having a notch near both ends; and 

a metal terminal disposed at both ends of said resistor element, said 
terminal having a protrusion corresponding to said notch; 

wherein said resistor element and said terminal are electrically 
connected at least through said protrusion and said notch. 
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22. A resistor comprising: 

a metal resistor element having at least two through holes; and 
a metal terminal having at least one protrusion with a same shape as 
said through holes; 

5 wherein at least one protrusion of said terminal is inserted to at least 

one through hole of said resistor element, and at least one face of said terminal is 
electrically connected to said resistor element. 

23. The resistor as defined in one of Claims 4, 6, 7, 8, and 9, wherein 
10 said groove of said terminal has a concave shape equivalent to a section face in a 

shorter side of one of said resistor element and a sum of said resistor element and 
insulating sheet , said groove being created for the number of resistor elements. 

24. The resistor as defined in one of Claims 1, 2, 4, 6, 7, 8, and 9, 
15 wherein a thickness of said terminal is at least three times of that of said resistor 

element. 

25. The resistor as defined in one of Claims 1, 2, 4, 6, 7, 8, 9, 11, 13, 
14, 18, 20, 21, and 22, wherein a second conductive metal is interposed between said 

20 resistor element and said terminal. 



26. The resistor as defined in one of Claims 1, 2, 4, 6, 7, 8, 9, 14, 18, 
20, and 22, wherein a protective film is formed on said resistor element. 
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27. The resistor as defined in Qaim 26, wherein said protective film is 
leveled with top and bottom faces of said terminal, and formed within a width of said 
terminal. 

28. A method for manufacturing a resistor comprising: 

forming a resistor element made of metal sheet, said resistor element 

having a shape adjusted to obtain a predetermined resistance; 

forming a block of metal terminal having a concave groove; and 
electrically connecting said terminal and said resistor element by 

fitting said concave groove of said terminal to both ends of said resistor element. 

29. A method for manufacturing a resistor comprising: 

forming a resistor element made of metal wire, said resistor element 
being adjusted to obtain a predetermined resistance; 

machining said resistor element into a predetermined shape; 

forming a block of metal terminal having a concave groove; and 

electrically connecting said terminal and said resistor element by 
fitting said concave groove of said terminal to both ends of said resistor element. 

30. A method for manufacturing a resistor comprising: 

forming a terminal made of a metal foil pattern with a predetermined 
shape, top and bottom faces of said terminal being electrically connected to a part of 
top, side, and bottom faces of an insulating substrate; 

dividing said insulating substrate into a predetermined shape; 



forming a metal resistor element, said resistor element having a shape 
adjusted to obtain a predetermined resistance; 

electrically connecting said resistor element to the metal foil pattern 
on the top face of said insulating substrate. 

5 

31. A method for manufacturing a resistor comprising: 
forming a metal resistor element, said resistor element being adjusted 

to obtain a predetermined resistance; 

forming a block of metal terminal having at least one protrusion; 
10 creating at least two through holes at a predetermined position of said 

fjj resistor element; 

inserting at least one of said protrusion into at least one of said 

through hole; 

bending an open side of said terminal to hold said resistor in a 
15 thickness direction; and 

electrically connecting said resistor element and said terminal. 

32. The method for manufacturing a resistor as defined in one of 
Claims 28, 29, and 31, wherein said terminal is electrically connected to both ends of 

20 said resistor element by one of pressing and caulking after fitting said concave 
groove to both ends of said resistor element. 
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33. The method for manufacturing a resistor as defined in one of 
Claims 28, 29, 30, and 31, wherein said step of electrically connecting said resistor 
element and said terminal comprises the steps of: 



10 



inserting a 



metal foil between said resistor element and said terminal; 



and 



connecting said resistor element and said terminal by one of brazing, 
pressing, and ultrasonic welding said resistor element, metal, and terminal. 

34. The method for manufacturing a resistor as defined in one of 
Claims 28, 29, 30, and 31, wherein said step of electrically comxecting said resistor 
element and terminal comprises the steps of: 

coating said at least one of said resistor element and terminal with 
metal different from that used for forming said resistor element and said terminal; 

connecting said resistor element and said terminal, after assembling 
coated resistor element and terminal, by one of brazing, pressing, and ultrasonic 
welding. 



i ^ ^ 35. A method for manufacturing a resistor comprising: 



a metal resistor element, said resistor element having a shape adjusted 

to obtain a predetermined resistance; 

forming one of a notch and groove at a predetermined position of said 

resistor element; 

forming a block of metal terminal with a predetermined shape, said 

terminal having at least one protrusion; 

sandwiching said resistor element with said terminal, and inserting 

said protrusion into one of said notch and groove; and 

electrically connecting said resistor element and said terminal. 
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36. A method for manufacturing a resistor comprising: 

a resistor element made of metal sheet, said resistor element having a 
shape adjusted to obtain a predetermined resistance, and having one of at least two 
through holes, notches, grooves, and cavities; 

forming a terminal made of metal strip, said terminal being one of 
sandwiched and folded on top, bottom, and side faces at both ends of said resistor 
element, and a part of metal being inserted and fixed to one of said through holes, 
notches, grooves, and cavities of said resistor element; and 

electrically connecting said resistor element and said terminal. 



37. A resistor comprising: 

a resistor element made of metal sheet; 

a concave terminal whose entire face is coated with metal having a 
low melting point, said terminal being disposed at both ends of said resistor element 
15 through a groove of said terminal, and being electrically connected to said resistor 
element through said metal having a low melting point in said grove; and 

an insulating film covering entire face of said resistor element 
excluding said terminal. 

20 38. The resistor as defined in Claim 37, wherein said terminal has a 

thickness thicker than a thickness of said resistor element, a width not less than a 
width of said resistor element, and a length shorter than a length of said resistor 
element. 



39. The resistor as defined in one of Qaims 37 and 38, wherein 
electrical conductivity of said terminal is greater than electrical conductivity of said 
resistor element. 

40. The resistor as defined in Claim 37, wherein a thickness of said 
insulating protective film is leveled with top and bottom faces of said terminal, and a 
width of said insulating protective film is within a width of said terminal. 



41. A method for manufacturing a resistor comprising: 

a first step of forming a terminal by processing a concave metal 

terminal and then coating entire face of said terminal with metal having a low 

melting point; 

a second step of forming a resistor element made of metal sheet whose 
shape is adjusted to obtain a predetermined resistance; 

a third step of electrically connecting said resistor element and said 
terminal by cold forging said terminal after covering both ends of said resistor 
element with said terminal, heating, and cooling; 

a fourth step of forming an insulating protective film having a 

predetermined shape on entire face of said resistor element excluding said terminal. 

/ 

/ 

42. The method for manufacturing a resistor as defined in Claim 41, 
wherein said first step of forming said terminal is implemented after said second step 
of forming said resistor element. 



43. The method for manufacturing a resistor as defined m Qaim 41, 
wherein a step of trimming resistor element is added between said third step of 
electricaUy connecting said resistor element and said terminal, and said fourth step 
forming said insulating protective film. 




ABSTRACT 

The present invention relates to the resistors used for detecting current in a 
current-carrying circuit as a voltage, and aims to provides a resistor which assures 
5 highly accurate measurement of resistance even if the measuring point is not 

precisely placed. To obtain the above purpose, the resistor of the present invention 
comprises a sheet metal resistor element (11) and separate metal terminals (12),(13) 
electrically connected to both ends of the sheet resistor element(ll). These terminals 
(12),(13) are made of metal having the same or greater electrical conductivity than 
10 that of the resistor element (11). With the above configuration, resistance of the 
terminals can be made smaller than that of the resistor element. This enables to 
reduce the proportion of resistance of the terminals in the entire resistor, allowing to 
ignore its effect on fluctuation of resistance due to deviation in measuring points of a 
resistance measuring terminal. 
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1, (twice amended) A low-resistance resistor comprising: 
a resistor element made of metal sheet; and 



a metal terminal disposed at both ends of said resistor element, said 



terminal being made of metal having electrical conductivity greater than that of said 
resistor element, and having a groove of a width fittable to said resistor element; 

wherein said resistor element and said terminal are electrically 
connected by inserting said resistor element into said groove with a third metal 
inbetween. 

2. (amended) The low-resistance resistor as defined in Claim 1, 
wherein a thickness of said terminal is thicker than a total thickness of said resistor 
element. 



4. (amended) The low-resistance resistor as defined in Claim 1, 
wherein at least a part of a surface of said resistor element is covered with an 
insulating layer. 



3. (deleted) 
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5. (amended) The low-resistance resistor as defined in Claim 4, 
wherein said insulating layer completely covers said resistor element. 

6. (amended) The low-resistance resistor as defined in Claim 4, 
wherein said insulating layer is made of at least one of epoxy resin, polyimide resin, 
and poly-carbodiimide resin. 



faces of said resistor element; 

a terminal having a groove of a width equivalent to a sum of a 
thickness of said resistor element and said insulating substra':e: and 

a third metal formed between said resistor element and said groove; 

wherein said resistor element and said terminal are electrically 
connected through said third metal. 

8. (amended) The low-resistance resistor as defined in Claim 7, 
wherein said insulating substrate is made of one of alumina, glass, glass impregnated 
epoxy resin substrates, and paper impregnated phenolic resin substrates. 



7. (amended) A low-resistance resistor comprising: 



a resistor element made of metal sheet; 



an insulating substrate disposed at least on one of top and bottom 



9. (amended) The low-resistance resistor as defined in Claim 7, 
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wherein an insulating layer covers a part of a surface of said resistor element. 

10. (amended) The low-resistance resistor as defined in Claim 7, 
wherein a thickness of said terminal is at least three times of a sum of a thickness of 

5 said resistor element and a thickness of said insulating subsi-ate. 

11. (amended) A low-resistance resistor comprising: 
a resistor element made of metal sheet; and 

a metal terminal disposed at both ends of said resistor element, said 
1 0 terminal being made of metal having greater electrical conductivity than that of said 
resistor element, and having an L shape section face; 

wherein said resistor element and said terminal are electrically 
connected through a third metal. 



15 12. (amended) The low-resistance resistor as defined in Claim 11, 

wherein at least a part of a surface of said resistor element is. covered with an 
insulating layer. 

13. (amended) A low-resistance resistor comprising: 
2 0 a resistor element made of metal sheet: 

an insulating sheet attached to at least one face of said resistor 

element; and 



a metal terminal disposed at both ends of said resistor element, said 
terminal being made of metal having greater electrical conductivity than that of said 
resistor element, and having an L shape section face; 

wherein said resistor element and said terminal are electrically 

connected through a third metal. 

14. A resistor comprising: 

a metal resistor element provided with a step between both ends by 
making a thickness of said both ends thicker than a central portion; and 

a metal terminal disposed at both ends of said resistor element, said 
terminal having a one-side-open section face with an inner space broader than its 
opening, and being electrically connected to said step of said resistor element at least 
at said inner space of the opening. 

15. (amended) A low-resistance resistor comprising: 
a resistor element made of metal sheet; 

an insulating substrate; and 

at least two metal terminals formed in a way to electrically connect 
top and bottom faces of said insulating substrate; 

wherein said resistor element and said metal terminals are electrically 

connected through a third metal. 



16. (amended) The low-resistance resistor as defined in Claim 15, 
wherein at least a part of a surface of said resistor element is covered with an 
insulating layer. 



17. (amended) The low-resistance resistor as defined in Claim 15, 
wherein said insulating substrate is made of one of alumina, glass, glass impregnated 
epoxy resin substrates, and paper impregnated phenolic resin substrates. 



5 18. (amended) A low-resistance resistor comprising: 

a resistor element made of metal sheet; and 

four metal terminals, said terminals being disposed one each on top 
Q and bottom faces at both ends of said resistor element, and electrically connected to 

yi said resistor element through third metal. 

m 10 

[iJ 19. The resistor as defined in Claim 18, where 'n a width of said 

- terminals are not less than a width of said resistor element. 

D 20. The resistor element as defined in Claim 18, wherein said 

ti 15 terminals disposed on top and bottom faces at both ends of said resistor element are 
electrically connected to each other. 



2 1 . A resistor comprising: 

a metal resistor element having a notch near both ends; and 
2 0 a metal terminal disposed at both ends of said resistor element, said 

terminal having a protrusion corresponding to said notch; 

wherein said resistor element and said terminal are electrically 
connected at least through said protrusion and said notch. 
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22. A resistor comprising: 

a metal resistor element having at least two through holes; and 

a metal terminal having at least one protrusion with a same shape as 

said through holes; 

wherein at least one protrusion of said terminal is inserted to at least 

one through hole of said resistor element, and at least one face of said terminal is 

electrically connected to said resistor element. 



23. (amended) The low-resistance resistor as defined in Claim 18, 
wherein at least a part of a surface of said resistor element is covered with an 
insulating layer. 

24. (twice amended) The low-resistance resistor as defined in Claim 
21, wherein at least a part of a surface of said resistor elemeiu is covered with an 
insulating layer. 



25. (twice amended) The low-resistance resistor as defined in Claim 
22, wherein at least a part of a surface of said resistor element is covered with an 
insulating layer. 



26. (deleted) 
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27. (deleted) 



28. (amended) A method for manufacturing a low-resistance resistor 

comprising: 

5 forming a resistor element made of metal sheer, said resistor element 

having a shape adjusted to obtain a predetermined resistance; 

forming a metal terminal having a groove; 
fitting said terminal to both ends of said resistor element; and 
electrically connecting said resistor element and said terminal; 
10 wherein a third metal layer is formed on at least one of at least 

connecting portion of said resistor element and at least connecting portion of said 
terminal before fitting said terminal. 

29. (amended) The method for manufacturing a low-resistance 

15 resistor as defined in Claim 28, further comprising the step of forming an insulating 
layer except on said terminal after said step of electrical connection. 

30. A method for manufacturing a resistor comprising: 

forming a terminal made of a metal foil pattern with a predetermined 
2 0 shape on a part of top and bottom faces of an insulating substrate, said terminal being 
electrically connected to top, side, and bottom faces of said insulating substrate; 

dividing said insulating substrate into a predetermined shape; 
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forming a metal resistor element, said resistor element having a shape 
adjusted to obtain a predetermined resistance; 

electrically connecting said resistor element to the metal foil pattern 
on the top face of said insulating substrate. 

3 1 . A method for manufacturing a resistor comprising: 

forming a metal resistor element, said resistor element being adjusted 
to obtain a predetermined resistance; 

forming a block of metal terminal having at l^^ast one protrusion; 

creating at least two through holes at a predetermined position of said 
resistor element; 

inserting at least one of said protrusion into al least one of said 

through hole; 

folding an open side of said terminal to hold said resistor in a 
thickness direction; and 

electrically connecting said resistor element and said terminal. 

32. (amended) The method for manufacturing a low-resistance 
resistor as defined in one of Claims 28,29,30, and 31, wherei.> said terminal is 
electrically connected to both ends of said resistor element by one of pressing, 
caulking, and cold forging, and then one of heating, thermal compression bonding, 
brazing, and ultrasonic welding. 

33. (amended) The method for manufacturing- a low-resistance 
resistor as defined in Claim 28, wherein said step of forming said third metal layer is 
implemented by one of plating and paste printing. 



34. The method for manufacturing a resistor as defined in one of 
Claims 28,29,30, and 31, wherein said step of electrically connecting said resistor 
element and terminal comprises: 

coating said at least one of said resistor element and terminal with 
metal different from that used for forming said resistor element and said terminal; 

connecting said resistor element and said terminal, after assembling 
coated resistor element and terminal, by one of brazing, pressing, and ultrasonic 
welding. 

35. A method for manufacturing a resistor comprising: 

forming a metal resistor element, said resistor element having a shape 
adjusted to obtain a predetermined resistance; 

forming one of a notch and groove at a predc ermined position of said 
resistor element; 

forming a block of metal terminal with a predetermined shape, said 
terminal having at least one protrusion; 

sandwiching said resistor element with said terminal, and inserting 
said protrusion into one of said notch and groove; and 

electrically connecting said resistor element and said terminal. 
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36. A method for manufacturing a resistor comprising: 

forming a resistor element made of metal sheet, said resistor element 
having a shape adjusted to obtain a predetermined resistance; and having one of at 
least two through holes, notches, grooves, and cavities; 

forming a terminal made of metal strip, said T erminal being one of 
sandwiched and folded on top, bottom, and side faces at both ends of said resistor 
element, and a part of metal being inserted and fixed to one cf said through holes, 
notches, grooves, and cavities of said resistor element; and 

electrically connecting said resistor element and said terminal. 

37. (amended) The method for manufacturing a low-resistance 
resistor as defined in Claim 29, wherein a step of trimming resistance is added before 
said step of forming said insulating layer. 



O 15 38. (deleted) 



39. (deleted) 

40. (deleted) 

41. (deleted) 

42. (deleted) 
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43. (deleted) 

44. (added) The low-resistance resistor as defined in Claim 2, 
wherein a thickness of said terminal is at least three times of a total thickness of said 
resistor element. 
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